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(54) Optical recording medium 

(57) An optical record ng medium comprises at 
least a first dielectric layer, a first boundary layer in con- 
tact with a recording layer, and the recording layer lami- 
nated in this order on a substrate, wherein information 
can be recorded, erased and reproduced by irradiating 
the recording layer with light, and the recording and 
erasure of information are effected by reversible phase 
change between the amorphous phase and the crystal- 
line phase of the recording layer, and said first boundary 
layer is mainly composed of at least one selected from 
the oxides, carbides and nitrides of elements (excluding 
carbon) belonging to group 3A through group 6B of the 
2 nd period through the 6 th period in the periocfic table, 
and also selected from carbon and compounds with car- 
bon and oxygen and/or nitrogen, and that the recording 
layer has a specific composition. 
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Description 

Background of the Invention 

s [0001] The present invention relates to an optical information recording medium which allows information to be 
recorded, erased and reproduced by irradiation with light Particularly, the present invention relates to a rewritable 
phase change type optical recording medium such as an optica) disc, optical card or optical tape, which allows recorded 
information to be erased and rewritten and can record information signals at a high speed and a high density. 
[0002] The conventional rewritable phase change type optical recording medium technology is described below. 

10 The conventional optical recording media have a recording layer mainly composed of tellurium, etc., and for recording, 
the recording layer in the crystalline state is irradiated with focused laser beam pulses for a short time, to be partially 
molten. The molten portions are quickly cooled and solidified by thermal diffusion, to form recorded marks of the amor- 
phous state. The light reflectance of the recorded marks is lower than that of the crystalline state, and they can be opti- 
cally reproduced as recorded signals. For erasing, the recorded marks are irradiated with a laser beam, to be heated 

is to a temperature lower than the merting point and higher than the crystallization point of the recorcfing layer, to crystal- 
lize the amorphous recorded marks, for restoring the original non-recorded state. 

[0003] Known materials used as the recording layers of these rewritable phase change type optical recording 
media include alloys such as G^St^Tes (N. Yamada et a)., Proc. Int. Symp. on Optical Memory, 1987, pi 61-66). The 
optical media using these Te alloys in their recording layers have a high crystallization rate and allow high speed over- 

20 writing by one circular beam simply by modulating the irradiation power. 

[0004] An optical recorcfing medium using such a recording layer, for example, has a four-layer structure consisting 
of a first dielectric layer, a recording layer, a second dielectric layer and a metallic reflection layer provided in this order 
on a transparent substrate obtained by mokfing a polycarbonate resin. The dielectric layers act to prevent the recording 
layer form being deformed or opened during recording. Furthermore, the reflection layer acts to improve the signal con- 

25 trast during reproduction by its optical interference effect 

[0005] Known materials used as the dielectric layers in contact with the recording layer include sulfides such as 
ZnS (Nishiuchi et al., Proceedings of 35th Joint Lecture Meeting of Physics, 28P-ZQ-3. P. 842 (1988)) and a mixture 
film of ZnS and SK>2 as a I ess internally stressed material (Toshimitsu Kurumtzawa et al. , 35th Joint Lecture Meeting of 
Physics, 28P-ZQ-3, P. 839 (1988)). 

so [0006] The above mentioned conventional rewritable phase change type optical recording media have the following 
problems. 

[0007] If a layer containing a sulfide such as ZnS is used as a layer in contact with a recording layer, there arise 
such problems that since the erasabilrry of the recording layer declines, it becomes difficult to secure sufficient erasa- 
bility under recording conditions of high linear speed and high density, and that decreases in signal amplitude and a 

35 decline in erasabilrry occurs during repeated recording to increase the jitters of reproduced signals. 

[0008] Furthermore, the conventional constitution has the following problems. First of aO, if a recorded recording 
medium is allowed to stand for a long time (hereinafter called the archival property), it can happen that recorded marks 
vanish, and that the dielectric layers are separated from the recording layer, to cause bursting. Furthermore, if an optical 
recording medium which has signals recorded and has been allowed to stand for a long time has signals overwritten on 

40 a track having signals recorded (hereinafter called the overwrite shelf property), the jitters may be increased to cause 
an error disadvantageous^. So, the optical recording medium has a problem in storage durability. 
[0009] For example, International Publication WO 96/17344 dscioses a structure in which carbon is disposed to 
contact a recording layer. In more detail, the second dielectric layer contains carbon or a mixture with a metal or semi- 
metal added to carbon. In this case, it is intended to lessen the variations in the size of recorded marks by keeping the 

45 photoabsorption of the recording layer in the crystalline state larger than that in the amorphous state. However, this 
structure has a problem that it is insufficient in the above repetitive overwritabilrty and storage durability. 
[001 0] Japanese Patent Laid-open (Kokai) No. Het3- 100936 describes an optical recording medium having a sub- 
strate, a dielectric layer, a recording layer, a carbon layer and a dielectric layer laminated in this order, ft is stated that 
the disc can be made higher in sensitivity since the carbon layer can absorb light However, this structure has a disad- 

so vantage that the above problems of repetitive overwritabilrty and storage durability cannot be solved. 

[0011] Japanese Patent Lajd-Open (Kokai) No. Her2-139283 dSsdoses an optical recording medium consisting of a 
substrate, a transparent layer (ZnS or ZnS-C), a carbon layer (1 0 nm or less), a recording layer (Ge2Sb2Te^, a carbon 
layer (1 0 nm or less), and a reflection layer. However, this structure has a Disadvantage that the repetitive overwritabilrty 
and the storage durability are insufficient in the case of high density edge recording. 

55 [001 2] The present invention seeks to provide a rewritable phase change type optical recorcfing medium less likely 
to have increased jitters, lower contrast, bursting, etc. respectively caused as deterioration by repeated overwriting. 
Another aim of the present invention is to provide a rewritable phase change type recording medium excellent in storage 
durability such as archival property and overwrite sheff property. 
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[OOl 3] The present invention seeks to address such probtens and, accordingly, it proves ^ 

optical recording medium, which comprises at least a first dielectric layer, a first boundary layer in contact with a 
recording layer, and the recording layer laminated in this order on a substrate, wherein information can be recorded, 
erased and reproduced by irradiating the recording layer with light, and the recording and erasure of information 
are effected by reversible phase change between the amorphous phase and the crystalline phase of the recording 
layer, and 

said first boundary layer is mainly composed of at least one selected from 

(1) oxides of elements (exdurJng carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, 

(2) carbides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd to the 6th 
period in the periodic table, 

(3) nitrides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, and 

(4) carbon or corrpounds with carbon and oxygen and/or nitrogen, and said recording layer comprises the 
composition represented by the following formula (I): 

{(G^gTe^sM^ CD 

(where A represents one selected from the elements belonging to group 3 A through group 6B of the 2nd period 
through the 6th period in the periodic table, excluding Ge, Sb and Te, and x, y and z satisfy the following rela- 
tions: 

0.2 * x ^ 0.8, 0.01 * y * 0.08, z = 0. or 

0.2 ^ x * 0.8, 0 ^ y ^ 0.08, 0 < z ^ 0.2) 

[0014] Furthermore, the present invention also provides an optical recording medium, which comprises at least 

a first dielectric later, a first boundary layer in contact with a recording layer, the recording layer, and a second 
boundary layer in contact with the recording layer, laminated in this order on a substrate, 
wherein information can be recorded, erased and reproduced by irradiating the recording layer with light and the 
recorcfing and erasure of information are effected by reversible phase change between the amorphous phase and 
the crystalline phase of the recording layer, and 

said first boundary layer and said second boundary layer are mainly composed of at least one selected from 

(1) oxides of elements (exducSng carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, 

(2) carbides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd to the 6th 
period in the periodic table, 

(3) nitrides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, and 

(4) carbon or corrpounds with carbon and oxygen and/or nitrogen, and said recording layer comprises the 
composition represented by the following formula (II): 

{(Geo. 5 Teo.5)x(Sbo.4Teo.6)i.Ji.y.zSb^ (») 

(where A represents one selected from the elements belonging to group 3A through group 6B of the 2nd period 
through the 6th period in the periodic table, excluding Ge, Sb and Te, and x, y and z satisfy the following rela- 
tions: 

0.2 * x * 0.95, 0.01 =i y * 0.08, z = 0. or 
0.2 * x * 0.95, 0 * y * 0.08, 0 < z * 0.2) 
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Brief Description of the Drawings 
[0015] 

5 Fig. 1 1s a depth prof ae of sample A {Ge-Sb-Te (recording layer: 7 nm)/C (first boundary layer: 2 nm)/ZnS-Si02 ( f W 
protective layer: 93 nm)/substrate} obtained by Auger electron spectroscopy. 

Fig. 2 is a depth prof 3e of sarrple B {Ge-Sb-Te (recording layer: 7 nm)/C (first boundary layer: 5 nm)/ZnS-Si02 (first 
protective layer: 93 nm)/substrate} obtained by Auger electron spectroscopy. 
Rg. 3 is a KLL Auger electron spectrum of carbon of sarrple A. 
w Rg. 4 is a KLL Auger electron spectrum of carbon of sample B. 

Rg. 5 shows three components obtained by resolving the depth profile spectrum of carbon of Rg. 1 ; the spectrum 
from the boundary between the Ge-Sb-Te layer and the carbon layer, the spectrum from the center in the normal 
direction of the carbon layer, and the spectrum from the boundary between the carbon layer and the ZnS-SK^ 
layer. 

75 Rg. 6 shows three components obtained by resolving the depth profile spectrum of carbon of Rg. 2: the spectrum 
from the boundary between the Ge-Sb-Te layer and the carbon layer, the spectrum from the center in the normal 
direction of the carbon layer, and the spectrum from the boundary between the carbon layer and the ZnS-SK^ 
layer. 

20 [0016] Preferred embodiments of the invention will now be described. 

[0017] The cause of the jitters increase and the contrast decline occurring as deterioration due to repeated over- 
writing, intended to be overcome by the present invention, is considered to be that the component materials of the first 
dielectric layer bleed out into the record ng layer due to repeated overwriting. Furthermore, the direct cause in the 
increase of the jitters by the overwrite shelf property is that erasability declines. The reasons why the erasabilrty 

2s declines are considered to be that while the recorded marks (amorphous phase) are allowed to stand for a long time, 
states such as atomic arrangement change, or that the dielectric layer and the recording layer react with each other. 
[001 8] The inventors studied intensively, and found that if the following boundary layer is provided between the first 
dielectric layer and the recording layer, the deterioration due to repeated overwriting can be improved, and furthermore 
that the jitters increase due to the overwrite shelf property can be improved. 

30 [0019] It is preferable that the present invention is applied to an optical recording medium used for mark length 
recording at the shortest mark length of 0.7 um or less and at a linear speed of 5 m/s or mora In recording at such a 
high density and a high linear speed, the jitters increase and the contrast decline very gravely and adversely affect the 
recording properties of the optical recording medium. So, the improving effects of the present invention are significant. 
[0020] A typical layer conrposition of the optical recording medium of the present invention is, for example, a first 

35 dielectric layer, a first boundary layer, a recording layer, a second dielectric layer and a reflection layer laminated in this 
order on a transparent substrate, but the layer structure is not limited to it. 

[0021] The respective layers of the optical recording medium of the present invention are described below. 
[0022] A material suitable for the first dielectric layer is a mixture consisting of ZnS and S1O2- Since this material is 
small in the residual stress, bursting is unlikely to be caused by repeated overwriting. A mixture consisting of ZnS, SK^ 

40 and carbon is especially preferable since the residual stress of the layer is further smaller and since the recording sen- 
sitivity, carrier-to-noise ratio (C/N) and erasure rate are not deteriorated even by repeating recording and erasure. The 
thickness of the first dielectric layer is decided in relation with optical conditions, and it is preferable that the thickness 
is 5 to 500 nm. If the thickness is larger than the range, cracking is likely to occur, and if smaller, the substrate is likely 
to be thermally damaged by repeated overwriting, to lower repeatability. It is especially preferable that the thickness of 

45 the first dielectric layer is 1 0 nm to 200 nm. 

[0023] In the present invention, it is necessary to form a boundary layer between said first cfi electric layer and the 
recording layer. This boundary layer is called the first boundary layer. The first boundary layer is formed in contact with 
the recording layer. Furthermore, in the present invention, it is preferable to form another boundary layer in contact with 
the recoralng layer on the side opposite to the first boundary layer. The other boundary layer is called the second 

so boundary layer. 

[0024] The first boundary layer and the second boundary layer of the present invention are mainly composed at 
least one selected from 

(1) oxides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through the 
55 6th period in the periodic table, 

(2) carbides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd to the 6th period in 
the periocfic table, 

(3) nitrides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through the 
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6th period in the periodic table, and 

(4) carbon or compounds with cartoon and oxygen and/or nitrogen. 

[0025] That the layers are mainly composed of at least one preferably means that the layers contain at least 50 
5 mol% or more, especially 60 mor% or more of the selected one in the entire composition. 

[0026] The elements (excluding carbon) belonging to group 3A through ^oup 6B of the 2nd period through the 6th 
period in the present invention can be at least one selected from B, Al, Si, Sc Tl, V, Cr, Mn, Fe, Co, Ni, Cu, Zn, Ga, Ge, 
Y, Zr, 1Mb, Mo, Ru, Rh, Pd, Ag, Cd, In, Sn, La, Hf, Ta, W, Re, lr, Tl and Pb. 

[0027] The first and second boundary layers can be composed of the same material or respectively different mate- 
w rials. 

[0028] The first boundary layer can prevent the jitters increase and the reproduced signal amplitude decrease 
caused by repeated overwriting. The reason is considered to be that the first boundary layer acts as a barrier layer for 
preventing the diffusion of the components of the first cfieJectric layer into the recording layer. Furthermore, the jitters 
increase by the overwrite sheff property can be improved. The reason is estimated to be that the change of states such 
is as atomic arrangement in the recording layer and the reaction between the dielectric layer and the recording layer can 
be prevented even if the optical recording medium is allowed to stand for a long time. Furthermore, if the second bound- 
ary layer is provided, the above effects can be further improved. 

[0029] It is preferable that the oxygen content, carbon content or nitrogen content of the boundary layers of the 
present invention is less than the stoichiometric ratio since the interiayer separation at the interfaces between the 

20 boundary layers and the recording layer is less likely to occur because of higher adhesive strength. 

[0030] It is preferable to raise the concentrations of the elements belonging to group 3A through group 6B of the 
2nd period through the 6th period in the boundary layers, because of the effect of intensifying the bonding between the 
boundary layers and the recording layer and the effect of enhancing the crystallization rate of the recording layer. On 
the other hand, in view of the thermal and chemical stability of the boundary layers, it is preferable that the layers con- 

25 tain much oxygen, carbon or nitrogen. 

[0031] So, as for the concentration distribution of elements in the normal direction of a boundary layer, it is prefer- 
able that the concentration of elements belonging to group 3A through group 68 of the 2nd period through the 6th 
period is kept high, i.e., the concentration of oxygen, carbon or nitrogen is kept low on the side in contact with the 
recording layer, and that the concentration of elements belonging to group 3A through group 6B of the 2nd period 

30 through the 6th period is kept low, i.a , the concentration of oxygen, carbon or nitrogen is kept high on the side opposite 
to the recording layer, since the concentration distrtoution is effective for satisfying both the high adhesiveness between 
the recording layer and the boundary layer and the high thermal and chemical stability of the film. 
[0032] It is preferable that the material of the first and second boundary layers is the oxide, carbide or nitride of an 
element selected from aluminum, silicon, titanium, chromium, germanium and zirconium, or carbon, because of excel- 

35 lent erasability and unlikelihood of causing interiayer separation during long-term storage. It is especially preferable to 
select the material from the aluminum oxide represented by the following formula (III), the silicon carbide represented 
by the following formula (VI). the titanium nitride represented by the following formula (V), the chromium nitride repre- 
sented by the following formula (VI), the germanium nitride represented by the following formula (VII) and carbon. The 
following discussion concerns particularly preferred embodiments. 

40 

AlgQ^ (HI) 

(0<p*2.0) 

[0033] rf p = 0, the adhesiveness between the boundary layer and the recording layer may be insuff icient, and inter- 
45 layer separation and bursting may occur during long-term storage and repeated recording unpreferably. If p>2.0, since 
the boundary layer and the recording layer are more likely to react with each other, the decline of erasability and the 
decreaseage of signal amplitude are mare likely to occur and bursting is also more likely to occur during repeated 
recording unpreferably. ft is more preferable that p is 0.05 to less than 1 .8 since bursting is very unlikely to occur. 

so SiC q (IV) 

(0.3<q<1) 

[0034] rf q ^ 1 , the adhesiveness between the boundary layer and the recording layer may be insufficient, and inter- 
iayer separation and bursting are more likely to occur during long-term storage and repeated recording unpreferably. ff 
55 q < 0.3, since the boundary layer and the recording layer are more likely to react with each other, the decline or erasa- 
bility and the decreaseage of signal amplitude are more likely to occur and bursting is also more likely to occur during 
repeated recording unpreferably. It is more preferable that q is > 0.3 to less than 1 since bursting is very unlikely to 
occur. 
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TIN, (V) 

(0.5* r<1) 

{0035] If r St 1 , the adhesiveness between the boundary layer and the recording layer may be insufficient and inter- 
layer separation and bursting are more likely to occur during long-term storage and repeated recording unpreferably. If 
r < 0.5, since the boundary layer and the recording layer are more likely to react with each other, the decline of erasa- 
bilrty and the decreaseage of signal amplitude are more likely to occur and bursting is also more likely to occur during 
repeated recording unpreferably. It is more preferable that r is > 0.5 to less than 1 since bursting is very unlikely to occur. 

CrNs (VI) 

(0.8 < s < 1) 

[0036] If s £ 1 , the adhesiveness between the boundary layer and the record ng layer may be insufficient, and inter- 
layer separation and bursting are more likely to occur during long-term storage and repeated recording unpreferably. If 
s < 0.8, since the boundary layer and the recording layer are more likely to react with each other, the decline of erasa- 
bilrty and the decreaseage of signal amplitude are more likely to occur and bursting is also more likely to occur during 
repeated recording unpreferably. It is more preferable that s is 0.5 to less than 1 since bursting is very unlikely to occur. 

GeNt (VII) 

(0.2«t<1) 

[0037] ff t £ 1 , the adhesiveness between the boundary layer and the recording layer may be insufficient and inter- 
layer separation and bursting are more likely to occur during long-term storage and repeated recording unpreferably. If 
t < 0.2, since the boundary layer and the recording layer are more likely to react with each other, the decline of erasa- 
bilrty and the decreaseage of signal amplitude are more likely to occur and bursting is also likely to occur during 
repeated recording unpreferably. ft is preferable that t is > 0.2 to less than 1 since bursting is very unlikely to occur. Fur- 
thermore, if the number of germanium atoms in the first boundary layer is nry the number of nitrogen atoms in the first 
boundary layer is rip the number of germanium atoms in the second boundary layer is m and the number of nitrogen 
atoms in the second boundary layer is a then it is preferable to satisfy the following relation: 
5 x rr\Jn 0 > m r lr\ r > n\Jn Q . ft is preferable in view of unlikelihood to cause separation, that the relation between 
number of germanium atoms m and the number of nitrogen atoms n is m > n. ft is more preferable that the relation is 
0.6 m > n since bursting is unlikely to occur during repeated recording, ff the relation is 0.01 m > n, overwritability 
declines unpreferably. Germanium can be partially replaced by another element while equivalent properties are kept, 
and it is economically advantageous to replace by a less expensive element such as chromium. 
[0038] Since the recording later is thin, the physical properties, materials, states, etc. of the layers in contact with 
the recording layer, La. the first and second boundary layers greatly affect the crystallization rate of the recording layer 
and the storage stability of the cherrricaJly metastable amorphous stata The use of a sulfide in the layers in contact with 
the recording layer is unsuitable for recording at a high linear speed and a high density, since the crystallization rate of 
the recording layer is lowered, ff the first and second boundary layers of the present invention are used in contact with 
the recording layer, they are suitable for recording at a high linear speed and a high density since the crystallization rate 
of the recording layer becomes higher. Especially when both the first and second boundary layers are provided, a larger 
effect can be obtained in enhancing the crystallization rata 

[0039] ft is preferable in view of unlikelihood to cause separation and for optical conditions, that the thickness of the 
first boundary layer is 0.5 nm to 10 nm. ff the thickness is more than 10 nm, the layer is likely to be separated from the 
first dielectric layer and the recording layer, ff the thickness is less than 0.5 nm, it is difficult to deposit the layer in a uni- 
form thickness by evaporation, and the effect of the first boundary layer may not be obtained. 
[0040] In view of unlikelihood to cause separation and for optical contftions, ft ts preferable that the thickness of the 
second boundary layer is 0.5 nm to 50 nm, though the thickness is not especially limited in this range, ff the thickness 
is more than 50 nm, separation may occur, ff the thickness is less than 0.5 nm. ft is difficult to deposit the layer in a uni- 
form thickness by evaporation, and the effect of the second boundary layer may not be obtained. 
[0041] If carbon layers are used as the first and second boundary layers, rt is preferable that the thickness is 0.5 nm 
to 4 nm, in view of carbon film vapor deposition rate and repeatability. 

[0042] The mechanism in the preferable thickness ranges of the boundary layers is considered to be as described 
below. 

[0043] Figs. 1 and 2 are depth profiles of sample A {Ge-Sb-Te (recording layer: 7 nm)/C (first boundary layer: 2 
nm)/ZnS- SrO^ (first protective layer: 93 nm)/substrate} (Fig. 1) and sample B (Ge-Sb-Te (recording layer: 7 nm)/C (first 
boundary layer: 5 nm)/ZnS- SiO^ (first protective layer: 93 nm)teubstrate} (Rg. 2) respectively obtained by Auger elec- 
tron spectroscopy (the instrument used was "PH1-670 produced by PerWn Elmer). The time taken for digging the sample 
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from the surface by irradiating with Ar ions for sputter etching is chosen as the abscissa, and corresponds to the depth 
from the sample surface, in other words, the thickness of the layer, and the peak intensities of Auger electrons detected 
from the respective elements are chosen as the ordinate. That is, the ratio of the elements existing at each thickness 
from the surface is expressed. Fig. 3 shows the KLL Auger electron spectra of carbon of sample A at sputtering times 

5 of 1 .0 minute, 1 .8 minutes and 3.2 minutes respectively corresponding to the boundary between the Ge-Sb-Te layer and 
the carbon layer, the center in the normal direction of the carbon layer and the boundary between the carbon layer and 
the ZnS- SiOs layer. Fig. 4 shews the KLL Auger electron spectra of carbon of sample B at sputtering times of 1 .4 min- 
utes, 3.8 minutes and 6.4 minutes respectively corresponding to the boundary between the Ge-Sb-Te layer and the car- 
bon layer, the center in the normal direction of the carbon layer and the boundary between the carbon layer and the 

10 ZnS- SK>2 layer. It can be seen that in both Figs. 3 and 4, the respective three spectra are different in form. The spectra 
at the centers in the normal direction of the carbon layers in Figs. 3 and 4 can be identified as those of graphite. The 
spectra at the boundaries between the carbon layers and the ZnS- SiO^ layers show shoulder peaks attributable to car- 
bide at about 266 eV, and it can be seen that carbon is chemically combined with the ZnS- SiCfe layers. The spectra at 
the boundaries between the Ge-Sb-Te layers and the carbon layers are intermediate between the spectra at the centers 

is of the carbon layers and the spectra at the boundaries between the carbon layers and the ZnS- Sj(>2 layers, and it can 
be seen that interaction close to chemical bonding exists between carbon and Ge-Sb-Te. Figs 5 and 6 show respec- 
tively three components obtained by resolving the respective spectra of carbon of Figs. 1 and 2; spectra at the bound- 
aries between the Ge-Sb-Te layers and the carbon layers, the spectra at the centers in the normal direction of the 
carbon layers and the spectra at the boundaries between the carbon layers and the ZnS- SiOg layers. In comparison 

20 between Figs. 5 and 6, it can be seen that sample B thicker in carbon layer is mainly thicker in the spectrum component 
from the center of the carbon layer, i.e., the graphite component, compared to sample A. 

[0044] From the above results, it is considered that since the boundary layer strongly sticks to the recording layer 
and the dielectric layer it is kept in contact with, by chemical bonding or interaction close to chemical bonding, separa- 
tion at the interfaces is unlikely to occur during repeated recording. Furthermore, the interiayer separation is unlikely to 
25 occur during long-term storage, and this is considered to contrfoute to improving long-term storage stability. However, 
if the thickness of the boundary layer is larger, since it means that the thickness of a less strong layer existing near the 
center in the normal direction of the recording medium is thicker, this portion is more likely to be destroyed to cause 
bursting errors during repeating. 

[0045] When the second boundary layer is not provided, the composition of the recording layer of the present inven- 
30 tion may be in the range represented by the following formula (I). 

{(GeogTeo^^Sbo^sJ^J^^SbyA (I) 

where A represents at least one selected from the elements belonging to group 3A through group 6B of the 2nd period 
35 through the 6th period in the periodic table, excluding Ge, Sb and Te. and x, y and z satisfy the following relations: 

0.2 ^ x £ 0.8, 0.01 3 y S 0.08, z = 0. or 

0.2 ^ x 3 0.8, 0 S y S 0.08, 0 < z £ 0.2 

40 

[0046] ft x < 0.2, the contrast between the crystalline phase and the amorphous phase is too small, and a sufficient 
signal intensity may not be obtained, ff x > 0.8, the crystallization rate becomes low to lower the erasability, and direct 
overwriting at a linear speed of 5 m/s or more and at the shortest mark length of 0.7 ^m or less may become difficult ff 
z = 0 and y < 0.01 , the arnorphous stability declines and the archival property becomes poor, rf y > 0.08, the initial eras- 
45 ability may become low and the overwrite shelf property may become poor, ff z > 02, the crystallization rate becomes 
low to lower the erasability, and direct overwriting at a linear speed of 5 m/s or more and at the shortest mark length of 
0.7 |im or less may become difficult, and the repeatability may be greatly lowered due to phase separation. Further- 
more, the overwrite shelf property may become poor, rf z = 0, the amorphous stability may decline, and the archival 
property may become poor. 

so [0047] In the present invention, if the second boundary layer is provided, the crystallization rate of the recording 
layer becomes higher and the amorphous stability changes. So, the suitable composition of the recording layer is in the 
range represented by the following formula (II). 

{(Geo^Teo^Sbo^Teo.di.Ji.v.zSlvA, (II) 

55 

where A represents at least one selected from the elements belonging to group 3A through group 6B of the 2nd period 
through the 6th period in the periodic table, excluding Ge, Sb and Te, and x, y and z satisfy the following relations: 
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02 s x s 0.95, 0.01 sys 0.08. z = 0, or 
02 2x2 0.95, OSyS 0.08, 0 < z S 0.2 

5 [0048] tf x < 0.2, the contrast becomes too small, and a sufficient signal intensity may not be obtained, ff x > 0.95. 
the crystallization rate becomes lew to lower the erasability. and direct overwriting at a linear speed of 5 m/s or more 
and at the shortest mark length of 0 .7 or less may become cfifficult If z = 0 and y < 0.01. the amorphous stability 
declines and the archival property becomes poor. If y > 0.08, the overwriting after long-term storage may become diffi- 
cult. A preferable range of y at z = 0 is 0.02 s y ^ 0.08. If z>0.2, the crystallization rate becomes low to lower the eras- 

10 ability, and direct overwriting at a linear speed of 5 m/s or more and at the shortest mark length of 0.7 um or less may 
become difficult. 

[0049] The above trends in the relation between the above composition range of the recording layer and the record- 
ing properties can be more clearly observed in the recording media and evaluation methods in conformity with the 
standard described in DVD Specifications for Rewritable Disc/Part 1, Physical Specifications Ver. 1.0. 

is [0050] In the above, it is more preferable that the element A is at least one of the elements belonging to group 3A 
through group 4B of the 3rd period through the 8th period in the periodic table, i.e., Al, Si, Sc, Tl, V. Cr. Mn. Fe, Co, Ni, 
Cu, Zn, Ga. Ge. Y, Zr. Nb, Mo, Ru. Rh. Pd. Ag. Cd, In. Sn. La. Hf, Ta. W, Re. Ir, Pt. Au. Tl and Pb. 
[0051] It is preferable that the thickness of the recording layer of the present invention is 5 nm to 40 nm If the thick- 
ness of the recording layer is smaller than the above range, the recording properties by repeated overwriting is likely to 

20 become poor. If the thickness of the recording layer is lager than the above range, the recording layer is likely to be 
moved to tangential direction by repeated overwriting, to increase the jitters. Especially when mark length recording is 
adopted, the movement of the recording layer by recording and erasure is likely to occur, compared to pit position 
recording. To prevent it, the recording layer must be cooled more during recording. It is preferable that the thickness of 
the recording layer is 7 nm to 35 nm. A more preferable range is 7 nm to 25 nm. 

25 [0052] The material of the second dielectric layer of the present invention can be the same as or different from the 
material of the first dielectric layer. It is preferable that the thickness of the second dielectric layer is 2 nm to 50 nm. If 
the thickness of the second dielectric layer is smaller than the above range, defects such as cracking are caused to 
lower the repetitive durability unpreferabty. tf the thickness of the second dielectric layer is larger than the above range, 
the recording layer is not cooled effectively. The thickness of the second dielectric layer greatly affects the cooling of the 

30 recording layer. To obtain better erasability and repetitive durability, especially to obtain good recordabilrty and erasabil- 
ity in the case of mark length recording, it is preferable that the thickness of the second dielectric layer is 30 nm or less. 
It is preferable that the second cfi electric layer is formed by a non-transparent material, for absorbing light for use as effi- 
cient thermal energy for recording and erasure. For example, a mixture consisting of ZnS, Si0 2 and carbon is prefera- 
ble. The mixture is preferable since the residual stress of the film is small and since the recording sensitivity, carrier-to- 
ss noise ratio (C/N), erasing rate, etc. are less likely to be deteriorated by repeated recording and erasure. 

[0053] In the present invention, if a reflection layer is provided as required, the recording sensitivity can be 
enhanced and the reproduced signal intensity can be increased. The materia) of the reflection layer can be a metal, 
alloy or a mixture consisting of a metal and a metal compound, etc. respectively capable of reflecting light Preferable 
materials include metals with a high reflectance such as Al. Au. Ag and Cu. alloys mainly composed of them, nitrides 

40 and oxides of Al, Si. etc. and metal compounds such as chalcogenated compounds. Metals such as Al. Au and Ag and 
alloys mainly composed of them are especially preferable since a higher reflectance and a higher thermal conductivity 
can be obtained. Especially in view of material cost alloys mainly composed of Al or Ag are preferable. The thickness 
of the reflection layer is usually about 10 nm to 300 nm. In view of higher recording sensitivity and larger reproduced 
signal intensity, a range of 30 nm to 200 nm is preferable. 

45 [0054] The method for producing the optical recording medium of the present invention is described below. The 
method for forming the first dielectric layer, first boundary layer, recording layer, second boundary layer, second dielec- 
tric layer, reflection layer, etc. on the substrate can be a thin fim forming method in vacuum, for example, vacuum evap- 
oration, ion plating or sputtering, etc. Especially sputtering is preferable since the composition and layer thickness can 
be easily controlled, rf the first and second boundary layers are composed of a compound of oxygen, nitrogen or car- 

50 bon, eta, reactive sputtering using oxygen, nitrogen or hydrocarbon gas can be preferably adopted. The thickness of, 
for example, the recording layer formed can be easily controlled by monitoring the deposition state using, for example, 
a quartz oscillator film thickness meter. 

[0055] After the reflection layer is formed, a cfielectric layer of. for example, ZnS, SiOg or ZnS- SK^ or a protective 
layer of. for example, an ultraviolet ray setting resin can also be formed for prevention of flawing or deformation as far 
55 as the effects of the present invention are not remarkably impaired. 

[0056] The present invention is described betow based on examples. 
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(Analyzing and measuring methods) 

[0057] The composition of each reflection layer or record ng layer was confirmed by ICP emission spectroscopy 
(using an instrument produced by Seiko Denshi Kogyo K.K.). The thickness of each recording layer, dielectric layer or 
5 reflection layer in the process of being formed was monitored by a quartz oscillator f im thickness meter. The thickness 
of each layer was measured by observing a section by a scanning electron microscope or a transmission electron 
microscope. 

[0058] The composition of each f irst or second boundary layer was examined by X-ray photoelectron spectroscopy 
(SSX-100 produced by SSI) and Rutherford back scattering (AN-2500 produced by Nisshin High Voltage K.K.). 

w [0059] An optical recording medium with layers are formed by sputtering and the whole recording layer is crystal- 
lized and initialized by a beam of a semiconductor laser with a wavelength of 830 nm before recording. 
[0060] Then, in the groove, 8/16 modulated random patterns were overwritten 100,000 times by mark length 
recording at a linear speed of 6 rrvsecond using an optical head with a semiconductor laser of 660 nm wavelength and 
an object lens of 0.6 numerical aperture. The recording laser waveform used in this case was of general murtiputea The 

15 window width in this case was 34 ns (the shortest mark length in this case was 0.63 nm). The recording power and eras- 
ing power were set at the optimum levels for each optica) recording medium. The jitters were measured by a time inter- 
val analyzer. The decreaseage of signal amplitude and the occurrence of bursting were observed by an oscilloscope. 

(Example 1) 

20 

[0061] A polycarbonate substrate having a spiral groove with a thickness of 0.6 mm, diameter of 1 2 cm and pitch of 
1 .48 nm (land width 0.74 urn and groove width 0.74 um) was rotated at 30 rpm for sputtering. At first, a vacuum cham- 
ber was evacuated to 1 x 10 -3 Pa, and ZnS containing 20 mol% of SK^ was sputtered in 0.2 Pa Ar gas atmosphere, to 
form a 95 nm thick first dielectric layer on the substrate. Then, a carbon target was sputtered to form a 2 nm thick first 

25 boundary layer composed of carbon. In succession, an alloy target consisting of Ge.Sb and Te was sputtered to obtain 
a 20 nm thick recording layer composed of Ge 17 ^St^Te^ [i.e., {(Geo 5 Te o .5)0 ^(Sbo ^.eJo esife^TgSbo.oai]- 
Furthermore, a 1 6 nm thick second dielectric layer was formed by sputtering the same ZnS- Si0 2 as the first Dielectric 
layer. On it, Alg 7 5 Cr 2 5 alloy was sputtered to form a 150 nm thick reflection layer. The obtained disc was taken out of 
the vacuum chamber, and spin-coated with an acrylic ultraviolet light setting resin (SD-101 produced by Dainippon Ink 

30 and Chemicals, Inc.) on the reflection layer, and it was hardened by irradiation with ultraviolet light, to form a 3 um thick 
resin layer. Then, using a screen printing machine, a slow-acting ultraviolet light setting resin was applied and irradiated 
with ultraviolet light and stuck onto another disc produced similarly, to obtain an optical recording medium of the 
present invention. 

[0062] After overwriting 100,000 times, the jitters were measured and found to be 3.09 ns (9% of window width), 
35 being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed. The disc was recorded once and the byte error 
rate at that time was measured and found to be 2.5 x 10~ 5 . The recorded disc was allowed to stand in dry condition (in 
the air not adjusted in humidity by hurnidificatjon, etc.) at 80°C for 100 hours. Then, the byte error rate of the same por- 
tion was measured and found to be 3.0 x 10~ 5 , showing little change. Furthermore, the same portion was overwritten 
40 once, and the byte error rate was found to be 4.1 x10" 5 , shewing little change. The jitters in this case was as good as 
3.40 ns (10% of window width). Furthermore, a similar disc was allowed to stand at 90°C and 80% relative humidity for 
140 hours. The byte error rates before and after being allowed to stand were respectively 1.5 x 10' 5 and 2.0 x 10" 5 , 
showing little change, and the bursting due to separation was not observed. 

45 (Example 2) 

[0063] An optical recording medium was obtained as descrfoed for Example 1 , except that the reflection layer was 
composed of AJgs.o^i 8 p do2- Measurement was effected as described for Example 1 , and almost the same results 
could be obtained. 

50 

(Example 3) 

[0064] A optical recording medium was produced as desenbed for Example 1 . except that the recording layer was 

imposed of (Ge2Sb2T^) 099 Nbo.oi p.a. {(Geb^Tebi)oW^.4TaDj6)dj56k^>^.oiol- 
55 [0065] After overwriting 100,000 times, the jitters were measured and found to be 3.41 ns (10% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 1.5 x 10" 5 . The recorded optical recording medium 
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was allowed to stand in dry condition (in the air not adjusted in humidity by hurnidification, etc.) and at 80°C for 1 00 
hours. Then, the byte error rate of the same portion was measured and found to be 1.5 x 10" 5 . showing little change. 
Furthermore, the same portion was overwritten once, and the byte error rate was found to be 2.1 x 10" , showing little 
change. The fitters in this case were as good as 3.83 ns (1 1 % of window width). 

[0066] As the element A in the aforesaid recording layer. Al, Si, Sc Ti, V, Cr, Mn, Fe. Co. Ni, Cu. Zn, Ga. Ge, Y. Zr, 
Ma Ru. Rh, Pd, Ag, Cd. In. Sn. La. Hf, Ta. W, Re, ir, Pt. Au, Tl or Pb was used respectively instead of Nb. Almost the 
same results could be obtained. 

(Example 4) 

[0067] A optical recording medium was produced as descrfoed for Example 1 . except that a ZnS target containing 
20 mol% of S1O2 and a carbon target were simultaneously sputtered to form a second dielectric layer composed of 

[0^] M{S ^^^lffiting 100.000 times, the jitters were measured and found to be 3.75 ns (1 1% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 1.5 x1a 5 . The recorded optical record^ medium 
was allowed to stand in dry condition fm the air not adjusted in humidity by humidffication, etc.) and at 80°C for 100 
hours. Then, the byte error rate of the same portion was measured and found to be 1.8 x 10* 5 . showing little change. 
Furthermore, the same portion was overwritten once, and the byte error rate was found to be 2.1 x 10" . showing little 
change. The jitters in this case were as good as 3.05 ns (9% of window width). Furthermore, a similar optical recording 
medium was allowed to stand at 90°C and 80% relative humidity for 1 40 hours. The byte error rates before and after 
being allowed to stand were respectively 2.5 x 10^ and 2.8 x 10^, showing Irttle change, and the bursting due to sep- 
aration was not observed. 

(Example 5) 

[0069] A optical recording medium was produced as descrtoed for Example 1 , except that a 2 nm second boundary 
layer composed of carbon was formed between the recording layer and the second dielectric layer, and that the record- 
ing layer was composed of Ge 16 ^Sbao 6 T, *53.2 P-*. {(C3eo.5Teo.do.345(^.4Teo.6)o.655lo^i^.o59l- 
[0070] After overwriting 100.000 times, the jitters were measured and found to be 3.05 ns (9% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 0.8 x 1 (T 5 . The recorded optical recortfing medium 
was allowed to stand in dry condition (in the air not adjusted in humidity by hurridfficaiion. etc.) and at 80°C for 1 00 
hours. Then, the byte error rate of the same portion was measured and found to be 1.0 x 10", showing little change. 
Furthermore, the same portion was overwritten once, and the byte error rate was found to be 0.8 x 10" . showing little 
change. The jitters in this case were as good as £55 ns (7.5% of window width). Furthermore, a similar optical record- 
ing medum was allowed to stand at 90°C and 80% relative humkffly for 140 houraTh^ 
being allowed to stand were respectively 1 .0 x 10^ and 1.2 x 10^. showing little change, and the r^^ 
aration was not observed. 

(Example 6) 

[0071] A optical recording medium was produced as descrtoed for Example 1 . except that a carbon target was sput- 
tered at a pressure of 0.2 Pa using a mixed gas of argon : oxygen = 9 : 1 , to form a 2 ran thick second boundary layer 
composed of carbon and oxygen between the recording layer and the second dielectric layer. 
[Q072] After overwriting 100.000 times, the jitters were measured and found to be 3.39 ns (10% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that tirne was optical recording medium 

was allowed to stand in dry condition (in the air not adjusted in humidity by hurnidification, eta) and at 80°C for 100 
hours. Then, the byte error rate of the same portion was measured and found to be 1.0 x 1(T 5 . showing little change. 
Furthermore, the same portion was overwritten once, and the byte error rate was found to be 0.9x10" . showing little 
change. The jitters in this case were as good as 2.71 ns (8% of window width). Furthermore, a similar optical recording 
medium was allowed to stand at 90°C and 80% relative humidity for 1 40 hours. The byte error rates before and after 
being allowed to stand were respectively 22 x 10' 5 and 2.5 x 10 ^ showing littie charge, and the bu^ 
aration was not observed. 
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(Example 7) 

[0073] A optical recording medium was produced as described for Example 1 , except that a carbon target was sput- 
tered at a pressure of 0.2 Pa using a mixed gas of argon : oxygen : nitrogen = 8:1 : 1, to form a 2 nm thick second 

5 boundary layer composed of carbon, oxygen and nitrogen between the recording layer and the second dielectric layer. 
[0074] After overwriting 100.000 times, the jitters were measured and found to be 3.41 ns (1 0% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 2.5 x 1 0" 5 . The recorded optical recording medium 

10 was allowed to stand in dry condition (in the air not adjusted in humidity by hurrndification, etc.) and at 80°C for 100 
hours. Then, the byte error rate of the same portion was measured and found to be 3.5 x 10* 5 , showing little change. 
Furthermore, the same portion was overwritten once, and the byte error rate was found to be 2.5 x 1 0 5 , showing little 
change. The fitters in this case were as good as 2.72 ns (8.0% of window width). 

75 (Example 8) 

[0075] A optical recording medium was produced as descrfoed for Example 1 , except that the thickness of the first 
boundary layer composed of carbon was 0.5 nm. 

[0076] After overwriting 1 00,000 times, the jitters were measured and found to be 3.77 ns (1 1% of window width). 
20 being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. 

[0077] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.0 x 1 0" 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in fujmidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
25 3.5 x 10~ 5 . showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 
found to be 2.0 x 1 0" 5 , showing little change. The jitters in this case were as good as 2.75 ns (8.0% of window width). 

(Example 9) 

do [0078] A optical recording medium was produced as described for Example 1 , except that the thickness of the first 
boundary layer composed of carbon was 1 .0 nm. 

[0079] After overwriting 100,000 times, the jitters were measured and found to be 3.10 ns (9.1% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. 
35 [0080] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.0 x 1 0" 5 The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
3.5 x 10~ 5 , showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 
found to be 3.1 x 10' 5 , showing little change. The ptters in this case were as good as 2.82 ns (8.2% of window width). 

40 

(Example 10) 

[0081 ] A optical recording medium was produced as descrfoed for Example 1 , except that the thickness of the first 
boundary layer composed of carbon was 1 .5 nm 
45 [0082] After overwriting 1 00,000 times, the jitters were measured and found to be 3.05 ns (8.9% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, arid bursting was not observed. 

[0083] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 1 .0 x 1 0~ 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
so adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
1.5 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 
found to be 2.0 x 1 0' 5 , showing Bttie change. The jitters in this case were as good as 2.65 ns (7.7% of window width). 

(Example 11) 

55 

[0084] A optical recording medium was produced as described for Example 1 . except that the thickness of the first 
boundary layer composed of carbon was 5 nm. 

[0085] After overwriting 1 ,000 times, the signal waveform was observed, and something like bursting was found. 
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[0086] The optical record ng medium was recorded once, and the byte error rate at that time was measured and 
found to be 2.0 x 10" 5 The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
3.5 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 
5 found to be 3.5 x 1 0" 5 , showing little changa The jitters in this case were as good as 2.90 ns (8.5% of window width). 

(Example 12) 

[0087] A optical recording medium was produced as described for Example 1 . except that the recording layer was 

to composed of Ge^Sb^Tesu p.a. {(Ge 0 . 5 Teo.5)o.728{S^.4Teo.6)o572}os8iSb 0 .oi9]- 

[0088] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
found to be 1.1 x 10~ 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidrry by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
1.4 x 10 5 , showing little changa Furthermore, the same portion was overwritten once, and the byte error rate was 

is found to be 2.1 x 1 0~ 5 , showing little changa The fitters in this case were as good as 2.73 ns (8.0% of window width). 

(Example 13) 

[0089] A optical recording medium was produced as described for Example 1, except that a 2 nm thick second 
20 boundary layer composed of carbon was formed between the recording layer and the second dielectric layer, and that 
the recording layer was composed of Ge^.sSb^sTe^o [i.a. {(Geo sTe^stoeiitSbo^^ 

[0090] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
found to be 1 .5 x 1 0" 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidrry by humidification. etc. Then, the byte error rate of the same portion was measured and found to be 
25 1.6 x 10* 5 . showing little changa Furthermore, the same portion was overwritten once, and the byte error rate was 
found to be 2.2 x 1 0" 5 , showing little changa The jitters in this case were as good as 2.79 ns (8.2% of window width). 

(Comparative Example 1) 

30 [0091] A polycarbonate substrate having a spiral groove with a thickness of 0.6 mm, diameter of 12 cm and pitch of 
1 .48 jim (land width 0.74 jim and groove width 0.74 jim) was rotated at 30 rpm for sputtering. At first, a vacuum cham- 
ber was evacuated to 1 x 10~ 3 Pa, and ZnS containing 20 mor% of Si0 2 was sputtered in 0.2 Pa Ar gas atmosphere, to 
form a 95 nm thick first dielectric layer on the substrate. In succession, an alloy target consisting of Ge, Sb and Te was 
sputtered to obtain a 20 nm thick recording layer composed of Get 7 A Sb27.6Te55.3- Furthermore, a 16 nm thick second 

35 dielectric layer was formed by sputtering the same ZnS- SiOg as the first dielectric layer. On it, AI97 5 Cr 2 5 alloy was 
sputtered to form a 150 nm thick reflection layer. The obtained dec was taken out of the vacuum chamber, and spin- 
coated with an acrylic ultraviolet light setting resin (SD-101 produced by Dainippon Ink and Chemicals, Inc.) on the 
reflection layer, and it was hardened by irradiation with ultraviolet light, to form a 3 nm thick resin layer. Then, using a 
screen printing machine, a slow-acting ultraviolet light setting resin was applied and irradiated with ultraviolet light and 

40 stuck onto another disc produced similarly, to obtain an optical recording medium. 

[0092] Measurement was effected as described for Example 1 . The jitters after overwriting 1 00,000 times were as 
large as 4.77 ns (1 4% of window width), and the signal amplitude was 70% of the amplitude measured after overwriting 
10 times, to show a lower contrast The error As described for Example 1, the 

optical recording medium was allowed to stand in dry condition (in the air not adjusted in humidrry by humidification, 

45 etc.) and at 80°C for 100 hours. Then, the byte error rate of the same portion was measured and found to be 3.0 x 10" 
5 , showing little change. However, when the same portion was overwritten once, it was deteriorated so much that the 
byte error rate could not be measured. The errors were caused by increased fitters, and the jitters at this time were 
about 6.13 ns (18% of window width). 

50 (Comparative Example 2) 

[0093] A optical recording medium was produced as described for Comparative Example 1 , except that a 2 nm thick 
second boundary layer composed of carbon was formed between the recording layer and the second dielectric layer. 
Measurement was effected as described for Example 1. The jitters after overwriting 100,000 times were as large as 
55 5.09 ns (15% of window width), and the signal amplitude was 65% of the amplitude measured after overwriting 10 
times, to show a lower contrast. The error rate after recording once was 1 .8 x 1 0 5 As described for Example 1, the opti- 
cal recording medium was allowed to stand in dry condition (in the air not adjusted in humidity by humidification, etc.) 
and at 80°C for 100 hours. Then, the byte error rate of the seine portion was measured and found to be 2.4 x 10~ 5 , show- 
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ing little change. However, when the same portion was overwritten once, it was deteriorated so much that the byte error 
rate could not be measured. The jitters measured at this time were about 6.46 ns (19% of window width). 

(Comparative Example 3) 

5 

[0094] A optical recording medium was produced as described for Comparative Example 1 , except that the second 
dielectric layer was not formed, and that a 18 nm thick carbon layer was formed between the recording layer and the 
reflection layer. The carbon layer was formed by sputtering a carbon target in 0.2 Pa Ar gas atmosphere. 
[0095] Measurement was effected as described for Example 1 . The jitters after overwriting 1 00,000 times were as 
io large as 5.1 1 ns (15%), and the signal amplitude was 60% of the amplitude measured, after overwriting 10 times, to 
show a lower contrast The optical recording medium was allowed to stand at 90° C and 80% relative humidity for 140 
hours, and bursting considered to have been caused by separation between the second dielectric layer and the record- 
ing layer was observed. 

is (Comparative Example 4) 

[0096] A optica] recording medium was produced as described for Comparative Example 1 . except that the second 
dielectric layer was not formed, and that a 18 nm thick layer composed of carbon and oxide was formed between the 
recording layer and the reflection layer. The later composed of carbon and oxygen was formed by sputtering a carbon 

20 target at a pressure of 0.2 Pa in a mixed gas atmosphere of argon : oxygen = 9:1. 

[0097] Measurement was effected as described for Example 1 . The jitters after overwriting 100,000 times were as 
large as 4.75 ns (1 4% of window width), and the signal amplitude was 65% of the amplitude measured after overwriting 
1 0 times, to show a lower contrast. The optical recording medium was allowed to stand at 90°C and 80% relative humid- 
ity for 140 hours, and bursting considered to have been caused by separation between the second cfielectric layer and 

25 the recording layer was observed. 

(Comparative Example 5) 

[0098] A optical recording medium was obtained as described for Example 1 , except that the recording layer was 
30 composed of Ge^Tes [La. (G^^^o^Sbo^Teo .^055el. 

[0099] The jitters after overwriting 100,000 times were measured and found to be 4.08 ns (12% of window width), 
being practically sufficiency small. The signal amplitude compared with the signal amplitude measured after overwriting 
10 times showed little change, and bursting was not observed either. 

[0100] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
35 found to be 2.5 x 10" 5 . The recorded optical recording mecfium was allowed to stand at 90°C and 80% relative humidity 
for 140 hours. Then, the byte error rate of the same portion was measured and found to be 9.0 x 10" 3 , to show large 
deterioration. The reproduced waveform was observed, and the amplitude was found to decrease. It was estimated that 
the amorphous portion was partially crystallized. 

[0101] Even when the recording layer was composed of Ge 1 Sb 2 Te 4 p.a. (Geo 5 Teo 5)o.286(Sbo.4 T eo.6)o.7i4l. ^ e 
40 optical recording medium which was allowed to stand at 90°C and 80% relatively humidity for 140 hours was deterio- 
rated in byte error rate from 5.0 x 1 0' 3 to 2.0 x 1 0' 2 , to show that the archival property was insufficient 

(Comparative Example 6) 

45 [0102] A optical recording medium was obtained as described for Example 1 , except that the recording layer was 
composed of Ge^oSb^oTeso.o [i.a, {(Geo 3 Teo.5)o.3i^Sbo.4Teo.6)o.682}o.B8oSbo.i2oJ- T* 16 inters measured after over- 
writing 10 times were measured and found to be only 6.83 ns (20% of window width) at the smallest The cause was 
estimated to be low erasability. 

so (Comparative Example 7) 

[0103] A optical recording medium was obtained as deserved for Example 1, except that the recording layer was 
composed of Ge^.oSbgoTe^o [i.a. {(Geo 5 Teo.5)o.878(Sbo.4^ The ptters were measured after 

overwriting 10 times and found to be as large as 6.81 as (20% of window width) at the smallest. The cause was esti- 
55 mated to be low erasability. 
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(Comparative Example 8) 

[0104] A optical recording medium was obtained as described for Example 1. except that the recording layer was 
composed of Ge&oSb3aoTe56.o pe., {(Geo s^o ^o.i26(Sbo.4Teo.6)o.874}oj953Sbo.047]- The fitters measured after cver- 
5 writing 10 timed were measured and found to be as large as 6.1 1 ns (18% of window width) at the smallest The cause 
was estimated to be the low contrast of the amorphous phase. 

(Comparative Example 9) 

10 [0105] A optical recording medium was obtained as described for Example 1 . except that the recording layer was 
composed of (G^Sb^esfo.ToNbaso [»•*. {(^.5Teo.s)o.444(Sbo.4Teo.6)o.556b.7N^.3]- The fitters were measured after 
overwriting 1 0 times and found to be as large as 6.80 ns (20% of window width) at the smallest The cause was esti- 
mated to be tow erasabilrty. 

75 (Example 14) 

[0106] A 6-layer optical recording mecfium was produced as described for Example 5, except that the recording 
layer was composed of GesagSb^gTegos [La, {(Geo.5Teo.5)o.7i<rfSbo.4^^ and that the thick- 

nesses of the first dielectric layer, carbon layer, recording layer, carbon layer, second dielectric layer and reflection layer 

20 were respectively 100 nm, 2 nm, 15 nm, 2 nm, 18 nm and 150 nm. 

[0107] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
found to be 2.0 x10* 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidrfication, etc. Then, the byte error rate of the same portion was measured and found to be 
2.8 x 10* 5 , showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed that 

25 the byte error rate showed no practical problem, being 1 .0 x 1 0" 4 . The jitters in this case were as good as 3.4 ns (1 0.0% 
of window width). 

(Example 15) 

30 [01 08] A optical recording mecfium was produced as described for Example 13, except that the recording layer was 
composed of 0634.6^3^65! 5 p.a. {(Geo.sTeo.5)o.706(^ 

[0109] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
found to be 7.05 x 10~ 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air 
not adjusted in humidity by humkfrfication, etc. Then, the byte error rate of the same portion was measured and found 
35 to be 1 .00 x 1 0 -4 . showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed 
that the byte error rate showed no practical problem, being 1 .27 x 1 (T 4 . The jitters in this case were as good as 3.4 ns 
(10.0% of window width). 

(Example 16) 

40 

[01 1 0] A optical recording mecfium was produced as described for Example 1 3, except that the recording layer was 
composed of Geay oSb^ oTeszo p a, {(GeosTeosto^fSbo^ 

[0111] The optical recortfing medium was recorded once, and the byte error rate at that time was measured and 
found to be 1.78 x 10" 4 The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air 
45 not adjusted in humidity by hunidrftcation, etc. Then, the byte error rate of the same portion was measured and found 
to be 3.15 x 10" 4 , showing no practical problem. Furthermore, the same portion was overwritten once, and it could be 
confirmed that the byte error rate showed no practical problem, being 4.14 x 10 - *. The jitters in this case were as good 
as 3.9 ns (1 1 .3% of window width). 

so (Example 17) 

[01 12] A optical recording mecfium was produced as described for Example 13, except that the recording layer was 
composed of Ge^Sba^Tes^ [i.e.. {(Geo. 5 Teo. 5 )o.8i8(Sb a ^^^ 

[0113] The optical record ng medium was recorded once, and the byte error rate at that time was measured and 
55 found to be 1.57 x 10~ 3 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air 
not adjusted in humidity by liumkfrficatJon, etc. Then, the byte error rate of the same portion was measured and found 
to be 1.9 x 10" 3 Furthermore, the same portion was overwritten once, and the byte error rate was found to be 1.39 x 
1 0 3 , showing that the error rate did not become worse after overwriting. The jitters in this case were as good as 4.5 ns 
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(13.1% of window width). 
(Comparative Example 10) 

s [01 14] A 6-tayer optica) recording medium was obtained as described for Example 5. except that the recording layer 
was composed of Ge2Sb2Te5 [i.e., (Geo. 5 Teo.5)o.444(Sbo.4Teo ^o.ssd- 

[0115] The optical recording medium was recorded once, and the byte error rate at that time was measured and 
found to be 2.5 x 10 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours. Then, the 
byte error rate of the same portion was attempted to be measured, but could not be measured because of deterioration. 
10 The reproduced waveform was observed, and the amplitude was found to greatly decrease. It was estimated that the 
amorphous portion was partially crystallized. 

[0116] Even when the recording layer was composed of Ge 1 Sb 2 Te 4 [i.e.. (Geo.5T^o.5>o.286(Sbo.4 Te o.6)o7i4]. the 
optical recording medium which was allowed to stand at 90°C and 80% relative humidity for 140 hours was greatly dete- 
riorated in a byte error rate from 5.0 x 10 3 to a state not allowing measurement, showing that the archival property was 
is insufficient 

(Comparative Example 1 1) 

[0117] A 6-layer optical recording medium was produced as described for Example 13, except that the recording 
20 layer was composed of Ge^Te^s [i.e.. {(Ge 0 .5Te 0 ^ 1 .oo(^.4 T ^.6)o.(xJi.oo^.ool- 

[0118] The optical recording medium was recorded once, and the byte error rate was attempted to be measured 
but could not be measured. The reason is that the jitters were as high as 20% 

(Example 18) 

25 

[0119] A polycarbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 12 cm and pitch 
of 1.48 urn (land width 0.74 urn and groove width 0.74 jim) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x10" 3 Pa, and ZnS containing 20 mol% of SK^ was sputtered in 2 x 10* 1 Pa Ar 
gas atmosphere, to form a 95 nm thick first dielectric layer on the substrate. Then, chromium was sputtered in Ar gas 
30 atmosphere containing 50% of N2 gas. to form a 2 nm thick first boundary layer composed of chromium and nitrogen. 
In succession, an alloy target consisting of Ge, Sb and Te was sputtered under the same conditions as used for forming 
the first dielectric layer, to form a 19 nm thick recording layer composed of Ge 17 ^St^Te^ p.e.. 
{(^.5Teo.s)o.349(Sb^ Furthermore, a 1 5 nm thick second dielectric layer was formed by sput- 

tering the same ZnS- SK) 2 as toe first dielectric layer. On it, Mq 7 ^Ct 2 .5 a"oy was sputtered to form a 1 1 0 nm thick reflec- 
ts tion layer. The obtained disk was taken out of the vacuum chamber, and spin-coated with an acrylic ultraviolet light 
setting resin (SD-101 produced by Dainippon Ink and Chemicals, Inc.) on the reflection layer, and it was hardened by 
irradiation with ultraviolet light, to form a 3 jim thick resin layer. Then, using a screen printing machine, a slow-acting 
ultraviolet light setting resin was applied and irradiated with ultraviolet light, and stuck onto another disc produced sim- 
ilarly, to obtain an optical record ng medium of the present invention. 
40 [01 20] The composition distribution of the first boundary layer of the optical recording medium in the normal direc- 
tion was examined, and the atom composition ratio of chromium : nitrogen was 8 : 2 at near the interface with the 
recording layer and 8 : 3 at near the interface with the first dielectric layer. 

[0121] After overwriting 10,000 times, the jitters were measured and found to be 3.06 ns, being practically suffi- 
ciently as small as 9% of window width. The signal amplitude times showed Bttie change compared with the signal 

45 amplitude measured after overwriting 10, and bursting was not observed. The optical recording medium was recorded 
once and the byte error rate at that time was measured and found to be 2.5 x 10~ 5 The recorded optical recording 
medium was allowed to stand in air at 80°C for 1 00 hours. Then, the byte error rate of the same portion was measured 
and found to be 3.0 x 10~ 5 , showing little changa Furthermore, the same portion was overwritten once, and the byte 
error rate was found to be 4.1 x 10~ 5 . showing little change. The jitters in this case were as good as 3.42 ns (10% of 

50 window width). It was also confirmed visually that irrtertayer separation did not occur. 

(Example 19) 

[01 22] A optical recording medium was produced as described for Example 1 8, except that the thickness of the first 
55 boundary layer was 10 nm. After overwriting 10,000 times, the jitters were measured and found to be 3.16 ns (9.3% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed either. 

[0123] The optical recording medium was recorded once and the byte error rate at that time was measured and 
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found to be 2.8 x 10~ 5 . The recorded optical recording medium was allowed to stand in air at 80°C for 1 00 hours. Then, 
the byte error rate of the same portion was measured and found to be 3.3 x 10~ 5 , showing little change. Furthermore, 
the same portion was overwritten once, and the byte error rate was found to be 4.8 x 10' 5 , showing little change. The 
jitters in this case were as good as 3.57 ns (10.5% of window width). It was also confirmed visually that interlayer sep- 
5 aration did not occur. The composition distribution of the first boundary layer in the normal direction was examined, and 
the atom composition ratio of chromium : nitrogen was 8 : 2 at near the interface with the recording layer and 8 : 3 at 
near the interface with the f irst dielectric layer. 

(Example 20) 

70 

[01 24] A optical recording medium was produced as described for Example 1 8, except that the thickness of the first 
boundary layer was 20 nm. After overwriting 10.000 times, the jitters were measured and found to be 3.19 ns (9.4% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed either. 

75 [0125] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.5 x10' 5 . The recorded optical recording medium was allowed to stand in air at 80°C for 100 hours. Then, 
the byte error rate of the same portion was measured and found to be 3.5 x 10" 5 , showing little change. Furthermore, 
the same portion was overwritten once, and the byte error rate was found to be 4.8 x 10 5 , showing little change. The 
jitters in this case were as good as 3.67 ns (10.8% of window width). It was also confirmed visually that interlayer sep- 

20 aration did not occur. The composition distribution of the first boundary layer in the normal direction was examined, and 
the atom composition ratio of chromium : nitrogen was 8 : 3.5 at near the interface with the recording layer and 8 : 3 at 
near the interface with the first dielectric layer. 

(Example 21) 

25 

[01 26] A optical recording medium was produced as described for Example 1 8, except that the f irst boundary layer 
was formed by using germanium instead of chromium. After overwriting 10,000 times, the jitters were measured and 
found to be 3.03 ns (8.9% of window width), being practically sufficiently small. The signal amplitude showed little 
change compared with the signal amplitude measured after overwriting 1 0 times, and bursting was not observed either. 

30 [0127] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.3 x 10" 5 The recorded optical recording medium was allowed to stand in air at 80°C for 100 hours. Then, 
the byte error rate of the same portion was measured and found to be 2.3 x 10" 5 , showing little change. Furthermore, 
the same portion was overwritten once, and the byte error rate was found to be 4.3 x 10" 5 , showing little change. The 
jitters in this case were as good as 3.33 as (9.8% of window width). It was also confirmed visually that interlayer sepa- 

35 ration did not occur. The composition distribution of the first boundary layer of the optical recording medium in the nor- 
mal cflrection was examined, and the atom composition ratio of germanium : nitrogen was 7 : 2 at near the interlace with 
the recording layer and 7 : 3 at near the interface with the protective layer. 

(Example 22) 

40 

[01 28] A optical recording medium was produced as described for Example 21 , except that the thickness of the first 
boundary layer was 8 nm. After overwriting 10,000 times, the fitters were measured and found to be 2.99 ns (8.8% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed either. 

45 [0129] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.4 x 10~ 5 . The recorded optical recorcfing medium was allowed to stand in air at 80°C for 100 hours. Then, 
the byte error rate of the same portion was measured and found to be 2.4 x 1 0" 5 , showing little change. Furthermore, 
the same portion was overwritten once, and the byte error rate was found to be 4.1 x 1 0~ 5 , showing little change. The 
jitters in this case were as good as 3.34 ns (9.8% of window width). It was also confirmed visually that interlayer sepa- 

50 ration did not occur. The composition distribution of the first boundary layer of the optical recording medium in the nor- 
mal ejection was examined, and the atom composition ratio of germanium : nitrogen was 7 : 2 at near the interface with 
the recording layer and 7 : 3 at near the interface with the first dielectric layer. 

(Example 23) 

55 

[0130] A pory carbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 12 cm and pitch 
of 1 .48 nm (land width 0.74 urn and groove width 0.74 urn) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x 10" 3 Pa, and ZnS containing 20 mor% of SK^ was sputtered in 2 x 10~ 1 Pa Ar 
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gas atmosphere, to form a 95 nm trick first dielectric layer on the substrata Then, a germanium target having chromium 
pellets on ft was sputtered in Ar gas atmosphere containing 40% of N 2 gas, to form an 8 nm thick first boundary layer 
composed of germanium, chromium and nitrogen. In succession, an alloy target consisting of Ge, Sb and Te was sput- 
tered under the same conditions as used for forming the first dielectric layer, to form a 1 9 nm thick recording layer com- 
posed of Ge^ 7 .1Sbz7.6Te55.3- Furthermore, a 15 nm thick second dielectric layer was formed by sputtering the same 
ZnS- S1O2 as the first dielectric layer. On it, Alg 7 sCr 2 5 alloy was sputtered to form a 11 0 nm thick reflection layer. The 
obtained disc was taken out of the vacuum chamber, and spin-coated with an acrylic ultraviolet light setting resin (SD- 
101 produced by Dainippon Ink and Chemicals. Inc.) on the reflection layer, and it was hardened by irradiation with 
ultraviolet light, to form a 3 nm thick resin layer. Then, using a screen printing machine, a slow-acting ultraviolet light 
setting resin was applied and irracfiated with ultraviolet light and stuck onto another disc produced similarly, to obtain 
an optical recording medium of the present invention. 

[0131] After overwriting 10,000 times, the jitters were measured and found to be 3.06 ns (9% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed either. 

[0132] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.3 x 1 0' 5 . The recorded optica) recording medium was allowed to stand in air at 80°C for 100 hours. Then, 
the byte error rate of the same portion was measured and found to be 2.3 xlO -5 , showing no changa Furthermore, the 
same portion was overwritten once, and the byte error rate was found to be 4.0 x 1 0" 5 , showing little change. The jitters 
in this case were as good as 3.39 ns (10% of window width). It was also confirmed visually that irrterlayer separation 
did not occur. 

[0133] The composition distrfoution of the first boundary layer of the optical recording medium in the norma) direc- 
tion was examined, and the atom composition ratio of germanium : chromium : nitrogen was 20 : 5 : 3 at near the inter- 
face with the record ng layer and 20 : 5 : 5 at near the interface with the first dielectric layer. 

(Example 24) 

[01 34] A optical recording medium was produced as descrfoed for Example 23, except that the recording layer was 
composed of G&tg.jSb^.sTGst.o P-3-» {(^^.5 T %).5)o.396(Sbo.4 T BD.6)o.604}o.964Sbo.o36l» anc * the recording properties 
were evaluated. The results were almost same as obtained in Example 23. 

(Example 25) 

[01 35] A optical recording medium was produced as described for Example 23, except that the recording layer was 
composed of Ge2i.oSb2 55 T^3 8 [i.a. {(Ge 0 5 Te 0 5 ) 0 434(Sbo.4TeD.6)o.566}o^67S^.033l. arid the recording properties 
were evaluated. The results were almost same as obtained in Example 23. 

(Example 26) 

[01 36] A optical recording medium was produced as described for Example 23, except that the recording layer was 
composed of G^^^bb^ssj P*. {(GeoVfeo ^^ist^ ^ do es^^soSbo o^. and the recording properties 
were evaluated. The results were almost same as obtained in Example 23. 

(Example 27) 

[01 37] A optical recording medium was produced as described for Example 23, except that the recording layer was 
composed of Ge 1 aoSb 26B Te 5 4. 8 Nbo.4 pe., K(Geo.5Teo.5)o;m(Sbo.^ arid the 

recording properties were evaluated. The results were almost same as obtained in Example 23. 

(Example 28) 

[0138] A optical recording medium was produced as described for Example 23, except that the recording layer was 

corrposed of Gei7^Sb 2 6.4"fe55.i A 0o.6 P-®-. K(<^.5 T eo.5)o.366(^.4^^ and *• 

recording properties were evaluated. The results were almost same as obtained in Example 23. 

(Example 29) 

[0139] Optical recording mecfia were produced as described for Example 18. except that aluminum, titanium or zir- 
conium was used to form the first boundary layer instead of chromium, and recording properties were evaluated simi- 
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I arty. The results were almost same as obtained in Example 18. That is, the jitters after overwriting 10,000 times were 
measured, and it was confirmed that the values of all the optical recording media were practically sufficiently as small 
as 9% of window width. With all the optical recording media, the signal amplitude showed little change compared with 
the signal amplitude measured after overwriting 10 times, and with any of the optical recording mediums, bursting was 
5 not observed. The respective optical recording media were recorded once, and the byte error rates at that time were 
measured and found to be 2.5 x 10" 5 , 2.8 x 10' 5 and 2.9 x 10" 5 respectively. 

(Example 30) 

10 [0140] A polycarbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 12 cm and pitch 
of 1.48 jjjn (land width 0.74 urn and groove width 0.74 urn) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x 10~ 3 Pa, and ZnS containing 20 mol% of SK^ was sputtered in 2 x 10" 1 Pa Ar 
gas atmosphere, to form a 93 run thick f irst dielectric layer on the substrate. Then, a chromium target was sputtered in 
a mixed gas consisting of 50% of nitrogen and 50% of argon, to form a 2 nm thick first boundary layer. In succession, 

15 an alloy target consisting of Ge, Sb and Te was sputtered to obtain a 19 nm thick recording layer composed of 
Ge^gSb^sTeso.s pe., {(Geo sTeo do jioC^^Teo ^ ^Jo^ssSbo ^- Furthermore, a chromium target was sput- 
tered in a mixed gas consisting of 40% of nitrogen and 60% of argon, to form a 2 nm thick second boundary layer. In 
succession, a 1 3 nm thick second dielectric layer was formed by sputtering the same ZnS- SiCV? as the first cfieJectric 
layer. On it, AIg7 5 Cr 2 .5 alloy was sputtered to form a 1 10 nm thick reflection layer. The obtained disc was taken out of 

20 the vacuum chamber, and spin-coated with an acrylic ultraviolet light setting resin (SD-101 produced by Dainippon Ink 
and Chemicals, Inc.) on the reflection layer, and it was hardened by irradiation with ultraviolet light, to form a3 jim thick 
resin layer. Then, using a screen printing machine, a slow-acting ultraviolet light setting resin was applied and irradiated 
with ultraviolet light and stuck onto another disc produced similarly, to obtain an optical recording medium of the 
present invention. 

25 [0141] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.9 x 10 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
4.8 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and it could be confined that the 
byte error rate showed no practical problem, being 2.0 x 10~ 5 . The jitters in this case were as good as 3.4 ns (10.0% of 

30 window width). 

(Example 31) 

[0142] A 6-layer optical recording medium was produced as described for Example 30, except that the recording 
35 layer was composed of Ge^St^ 5 . 3 Te 50.6 pe.. {(G^.5Teo^o.7i3(Sbo.4Teo.6)o587}oj58Sbd.o42J- 

[0143] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 6.8 x 1 0* 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
1.3 x 10" 4 , showing Ottle change. Furthermore, the same portion was overwritten once, and it could be confirmed that 
40 the byte error rate showed no practical problem, being 4.9 x 10* 4 . The jitters in this case were as good as 3.6 ns (10.6% 
of window width). 

(Example 32) 

45 [0144] A 6-layer optical recording medium was produced as descrfoed for Example 30, except that the recording 
layer was composed of Ge^^a^Te^* P*. {(Geo sTeo sJo^Sbo^Teo ^o^alo^sSbo 
[0145] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.9 x 1 0" 4 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 

so 4.9 x 10~* showing no practical problem. Furthermore, the same portion was overwritten once, and it could be con- 
firmed that the byte error rate showed no practical problem, being 4.4 x 1 0" 4 . The jitters in this case were 4.0 ns ( 1 1 .8% 
of window width). - 

(Example 33) 

55 

[0146] A 6-layer optical recording medium was produced as described for Example 30, except that the recording 
layer was composed of Ge^eSb^Teso^ p.e.. {(Geo. 5 Teo.5)o.8i^ 

[0147] The optical recording medium was recorded once and the byte error rate at that time was measured and 
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found to be 1 .5 x 1 0" 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours In the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
1.9 x 10' 3 . Furthermore, the same portion was overwritten once, and the byte error rate was 2.2 x 10" 3 , showing that 
the error rate was not worsened after overwriting. The jitters in this case were 4.3 ns (12.6% of window width). 

5 

(Example 34) 

[0148] A 6-Jayer optical recording medium was produced as described for Example 30, except that the recording 
layer was composed of Ge^oSbgooTesj.o P-e.. {(GeosTeosfosss^ 

io [0149] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.9 x 10" 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
4.1 x 10" 4 , showing some rise. Furthermore, the same portion was overwritten once, and the byte error rate was 6.7 x 
10~ 5 , showing that the error rate was not worsened after overwriting. The fitters in this case were 32. ns (9.4% of window 

15 width). 

(Comparative Example 12) 

[0150] A 6-layer optical recording medium was produced as described for Example 30. except that the recording 

20 layer was composed of Ge^SbzTes (Geo 5 Teo gfo ^(Sbo . 4 Teo.6)o.556l- 

[0151] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.0 x 10 5 The recorded optical recording medium was allowed to stand at 90°C and 80% relative humidity 
for 140 hours. The byte error rate of the same portion was attempted to be measured, but could not be measured 
because of deterioration. The reproduced waveform was observed and it was found that the amplitude decreased 

25 greatly, ft was estimated that the amorphous portion was partially crystallized. 

[0152] Even when the recording layer was composed of Ge 1 Sb 2 Te 4 [i.e., (Geo 5 Te o .5)0 286(^.4 Te o.6)o.7i4]. the 
optical recording medium which was allowed to stand at 90°C and 80% relative humidity for 1 40 hours was greatty dete- 
riorated in byte error rate from 4.1 x 10" 3 toa state not allowing measurement to show that the archival property was 
insufficient 

30 

(Comparative Example 13) 

[0153] A 6-Jayer optical recording medium was produced as described for Example 30, except that the recording 
layer was composed of Geo. 5 Teo.5 pe.. {(Ge 0 . 5 Te a 5)i. w (Sb a ^^^ 
35 [0154] The optical recording medium was recorded once and the byte error rate at that time was attempted to be 
measured but could not be measured. The reason is that the jitters were as high as 20%. 

(Example 35) 

40 [0155] A polycarbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 1 2 cm and pitch 
of 1 .48 um (land width 0.74 um and groove width 0.74 urn) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x 10" 3 Pa, andZnS containing 20 mol% of SiOg was sputtered in 2x10' 1 Pa Ar 
gas atmosphere, to form a 95 nm thick first dielectric layer on the substrate. Then, titanium was sputtered in Ar gas 
atmosphere containing 8.2% of N2 gas. to form a 2 nm thick first boundary layer composed of TiNo.87- In succession, 

45 an alloy target consisting of Ge, Sb and Te was sputtered under the conations used for forming the first dielectric layer, 
to obtain a 19 nm thick recording layer composed of Gety.iSb^.eTess 3 . Furthermore, a 15 nm thick second cfielectric 
layer was formed by sputtering the same ZnS- SiO^ as the first cfielectric layer. On it, Alg 7 5 Cr 2 . 5 alloy was sputtered to 
forma 110 nm thick reflection layer. The obtained disc was taken out of the vacuum chamber, and spin-coated with an 
acrylic ultraviolet light setting resin (SD-1 01 produced by Dainippon Ink and Chemicals, Inc.) on the reflection layer, and 

so it was hardened by irradiation with ultraviolet light to form a 3 jim thick resin layer. Then, using a screen printing 
machine, a slow-acting ultraviolet Gght setting resin was applied and irradiated with ultraviolet light, and stuck onto 
another disc produced similarly, to obtain an optical recording medium of the present invention. 
[0156] After overwriting 10.000 times, the jitters were measured and found to be 3.02 ns, being practically suffi- 
ciently as small as 8.9% of window width. The signal amplitude showed little change compared with the signal ampli- 

55 tude measured after overwriting 10 times, and bursting was not observed either. The optical recording medium was 
recorded once and the byte error rate at that time was measured and found to be 1.5 x 10~ 5 The recorded optical 
recording medium was allowed to stand in air at 80°C for 100 hours. Then, the byte error rate of the same portion was 
measured and found to be 2.5 x 1 or 5 , showing little change. Furthermore, the same portion was overwritten once, and 
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the byte error rate was found to be 3.1 x 10~ 5 , showing little change. The jitters in this case were as good as 3.38 ns 
corresponding to 9.9% of window width. It was also confirmed visually that interlayer separation cfid not occur. 
[0157] Moreover, a optical recording medium with a 2 nm thick second boundary layer composed of TiN 0 87 formed 
between the recording layer and the second dielectric layer was also produced, and its recording properties were evai- 

5 uated. After overwriting 1 0,000 times, the jitters were measured and found to be 2.95 ns (8.7% of window width), being 
practically sufficiently small. The signal amplitude shewed little change compared with the signal amplitude measured 
after overwriting 10 times, and bursting was not observed either. The optical recording medium was recorded once, and 
the byte error rate at that time was measured and found to be 1.3 x 10~ 5 . The recorded optical recording medium was 
allowed to stand at 90°C and 80% relative humidity for 100 hours. Then, the byte error rate of the same portion was 

io measured and found to be 1 .5 x 1 0 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 1.9 xlO" 5 , showing little changa The jitters at this time was as good as 3. 1 1 ns (9.2% 
of window width). It was also visually confirmed that the interlayer separation did not occur. 

(Example 36) 

15 

[0158] A polycarbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 12 cm and pitch 
of 1.48 nm (land width 0.74 nm and groove width 0.74 \im) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x 10~ 3 Pa, and ZnS containing 20 mor% erf SO2 was sputtered in 2 x 10" 1 Pa Ar 
gas atmosphere, to form a 93 nm thick first dielectric layer on the substrate. Then, a SiC target with Si chips on it was 

20 sputtered, to form a 2 nm thick first boundary layer composed of 3C 033 . In succession, an alloy target consisting of Ge, 
Sb and Te was sputtered to form a 19 nm thick recording layer composed of Ge 171 8^7^6553 p.a, 
{(G e o.5~^ e o.5)o-34s(^o .4*^0.6)0.651 Jo.979Sbo.021l- Furthermore, a 15 nm thick second dielectric layer was formed by sput- 
tering the same ZnS- SK) 2 as the first dielectric layer. On it, AI97 .5Q2.5 alloy was sputtered to form a 1 1 0 nm thick reflec- 
tion layer. The obtained disk was taken out of the vacuum chamber, and spin-coated with an acrylic ultraviolet light 

25 setting resin (SD-101 produced by Dainippon Ink and Chemicals, Inc.) on the reflection layer, and it was hardened by 
irradiation with ultraviolet light, to form a 3 jim thick resin layer. Then, using a screen printing machine, a slow-acting 
ultraviolet light setting resin was applied and irradiated with ultraviolet light, and stuck onto another disc produced sim- 
ilarly, to obtain an optical record ng medium of the present invention. 

[0159] After overwriting 10,000 times, the jitters were measured and found to be 3.05 ns, being practically suffi- 
30 cterrtly as small as 9% of window width. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 2.2 x 1 0 5 . The recorded optical recording medium 
was allowed to stand in air at 80°C for 100 hours. Then, the byte error rate of the same portion was measured and found 
to be 3.8 x 1 0" 5 , showing little changa Furthermore, the same portion was overwritten once, and the byte error rate was 
35 found to be 4.6 x 1 0" 5 , showing little change. The jitters in this case were as good as 3.39 ns correspond ng to 1 0% of 
window width. It was also confirmed visually that interlayer separation did not occur. 

(Example 37) 

40 [0160] A optical recording medium was produced as described for Example 36, except that the recording layer was 
composed of Ge 17 . 1 Sb 29 ^653.1 [i.e., {(Geo 5 Teo.5)o.363(Sbo.4Teo.6)o.637}o342^.()58l. and that a 2 nm thick second 
boundary layer composed of SiCo.33 similar to the first boundary layer was formed between the recording layer and the 
second dielectric layer. 

[0161] After overwriting 50,000 times, the jitters were measured and found to be 3.06 ns, being practically suffi- 
45 ctentty as small as 9% of window width. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 2.5 x 1 a 5 . The recorded optical recording medium 
was allowed to stand in air at 80°C for 100 hours. Then, the byte error rate of the same portion was measured and found 
to be 3.3 x 1 0" 5 , showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 
so found to be 4.0 x 10" 5 , showing little change. The jitters in this case were as good as 10% of window width. It was also 
confirmed visually that interlayer separation did not occur. 

(Example 38) 

55 [0162] A optical recording medium was produced as described for Example 36, except that the recording layer was 
composed of Ge^St^ 5 Te^ A [i.e., {(G^. 5 Teo.5)o.4i3(^ and that a Zr target was sput- 

tered in a mixed gas consisting of 40% of oxygen and 60% of argon, to form a 2 nm first boundary layer composed of 

ZrOo.3- 
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[0163] After overwriting 10,000 times, the jitters were measured and found to be 3.05 ns, being practically suffi- 
ciently as small as 9% of window width. The signal amplitude compared with the signal amplitude measured after over- 
writing 10 times showed little change, and bursting was not observed either. The optical recording medium was 
recorded once and the byte error rate at that time was measured and found to be 2.9 x 10' 5 . The recorded optical 
recording medium was allowed to stand in air at 80°C for 100 hours. Then, the byte error rate of the same portion was 
measured and found to be 4.1 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 4.9 x 10' 5 , showing little change. The jitters in this case were as good as 3.39 ns 
corresponding to 10% of window width. It was also confirmed visually that inter! ayer separation did not occur. 

(Example 39) 

[01 64] A optical recording medium was produced as described for Example 36, except that the recording layer was 
composed of Ge 18 ^Sb28.3 Te 53.4 {(^.5^.5)0.385(^.4^.8)0.615^^51^.049]. and that a 2 nm thick second 
boundary layer composed of ZrO 0 3 similar to the first boundary layer was formed between the recording layer and the 
second cfielectric layer. 

[0165] After overwriting 50,000 times, the jitters were measured and found to be 3.08 ns, being practically suffi- 
ciently as small as 9% of window width. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 1 0 times, and bursting was not observed either. The optical recording medium was recorded 
once and the byte error rate at that time was measured and found to be 3.0 x 10* 5 . The recorded optical recording 
medium was allowed to stand in air at 80°C for 1 00 hours. Then, the byte error rate of the same portion was measured 
and found to be 3.3 x 10~ 5 , showing little change. Furthermore, the same portion was overwritten once, and the byte 
error rate was found to be 3.9 x10~ 5 , showing little change. The fitters in this case were as good as 3.40 nm correspond- 
ing to 10% of window width. It was also confirmed visually that interlayer separation did not occur. 

(Comparative Example 14) 

[0166] A optical recording medium was produced as described for Example 36, except that the first boundary layer 
was not formed. 

[01 67] After overwriting 1 0,000 times, the jitters were measured and found to be as large as 4.09 ns corresponding 
to 12% of window width. The signal amplitude decreased to about 80% compared with the signal amplitude after over- 
writing 1 0 times, to show a lower contrast. The optical recording medium was recorded once and the byte error rate at 
that time was measured and found to be 2.9 x 10" 5 . The recorded optical recording medium was allowed to stand in air 
at 80°C for 1 00 hours. Then, the byte error rate of the same portion was measured and found to be 4. 1 x 10~ 5 , showing 
little change. Furthermore, the same portion was overwritten once, and the byte error rate was too large to be meas- 
ured. 

(Example 40) 

[0168] A optical recording mediun was produced as described for Example 36, except that a 2 nm first boundary 
layer composed of AI2O2.50 (p = 0.50) was formed by sputtering an Al target in a mixed gas consisting of 16.7% of oxy- 
gen and 63.3% of argon. After overwriting 10,000 times, the jitters were measured and found to be 2.43 ns [7.1% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed. The optical recording medium was 
recorded once and the byte error rate at that time was measured and fouxJ to be 9.9 x 10" 6 . The recorded optical 
recording medium was allowed to stand at 90°C and 80% relative humiditiy for 70 hours. Then, the byte error rate of the 
same portion was measured and found to be 9.9 x 10" 6 , showing no change at all. Furthermore, the same portion was 
overwritten once, and the byte error rate was found to be 1 .8 x 1 0' 5 , shewing a little change The jitters in this case were 
as good as 3.25 nm (9.6% of window width). It was also confirmed visually that interlayer separation did not occur. 

(Example 41) 

[01 69] A optical recording medium was produced as described for Example 36, except that a 2 nm thick first bound- 
ary layer composed of AJ2O2. 1 2 (P = 0.88) was formed by sputtering an Al target in a mixed gas consisting of 1 5.6% of 
oxygen and 84.4% of argon. After overwriting 10,000 times, the jitters were measured and found to be 2.45 ns (72% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed either. The optical recording medium 
was recorded once and the byte error rate at that time was measured and found to be 1.7 x 10" 6 . The recorded optical 
recording medium was allowed to stand at 90°C and 80% relative humidity for 70 hours. Then, the byte error rate of the 
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same portion was measured and found to be 1.7 x 1CT 6 , showing no change at all. Furthermore, the same portion was 
overwritten once, and the byte error rate was found to be 1 .8 x 1 0" 5 , shewing a little changa The jitters in this case were 
as good as 3.20 nm (9.4% of window width). It was also confirmed visually that interlayer separation (fid not occur. 

5 (Example 42) 

[0170] A optical recording medium was produced as described for Example 36. except that a 2 nm first boundary 
layer composed of Al 2 0 1 87 (p = 1.13) was formed by sputtering an Al target in a mixed gas consisting of 1 4.9% of oxy- 
gen and 85.1% of argon. After overwriting 10,000 times, the jitters were measured and found to be 2.44 ns (7.2% of 

w window width), being practically sufficiently small. The signal amplitude shewed little change compared with the signal 
amplitude measured after overwriting 10 times, and bursting was not observed. The optical recording medium was 
recorded once and the byte error rate at that time was measured and found to be 3.3 x 10^. The recorded optical 
recording medium was allowed to stand at 90°C and 80% relative humidity for 70 hours. Then, the byte error rate of the 
same portion was measured and found to be 3.3 x 1 0" 6 , showing no change at ad. Furthermore, the same portion was 

15 overwritten once, and the byte error rate was found to be 1 .3 x 1 0~ 5 , showing a little changa The jitters in this case were 
as good as 3.3 nm (9.7% of window width). It was also confirmed visually that interlayer separation did not occur. 

(Example 43) 

20 [01 71 J A optical recording mecfium was produced as described for Example 36, except that a 2 nm thick first bound- 
ary layer composed of A^O^ (P = 1-72) was formed by sputtering an Al target in a mixed gas consisting of 11.1% of 
oxygen and 88.9% of argon. After overwriting 10,000 times, the jitters were measured and found to be 2.44 ns (7.1% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared wfth the signal 
amplitude measured after overwriting 10 times, and bursting was not observed. The optical recording mecfium was 

25 recorded once and the byte error rate at that time was measured and found to be 1.0 x 1CT 5 The recorded optical 
recording medium was allowed to stand at 90°C and 80% relative humidity for 70 hours. Then, the byte error rate of the 
same portion was measured and found to be 1.0 x 10" 5 , showing no change at aO. Furthermore, the same portion was 
overwritten once, and the byte error rate was found to be 1 .9 x 1 0 5 , showing a little changa The jitters in this case were 
as good as 3.31 nm (9.7% of window width), ft was also confirmed visually that interlayer separation cfid not occur. 

30 

(Example 44) 

[0172] A optical recording medium was produced as described for Example 36, except that a 2 nm thick first bound- 
ary layer composed of AI2O0.81 (P = 2.19) was formed by sputtering an Al target in a mixed gas consisting of 7.0% of 

35 oxygen and 93.0% of argon. After overwriting 10.000 times, the jitters were measured and found to be 3.14 ns (9.2% of 
window width), being practically sufficiently small. The signal amplitude showed little change compared with the signal 
amplitude measured after overwriting 10 times, but slight bursting was observed. The optical recording medium was 
recorded once and the byte error rate at that time was measured and found to be 6.6 x 10" 6 The recorded optical 
recording medium was allowed to stand at 90°C and 80% relative humidrty for 4 hours. Then, the byte error rate of the 

40 same portion was measured and found to be 6.6 x 10" 6 , showing no change at all. ft was also confirmed visually that 
interlayer separation did not occur. 

(Example 45) 

45 [0173] A optical recording mecfium was produced as descrfoed for Example 36, except that a 2 nm trick first bound- 
ary layer composed of AJ 2 0 Z96 (p = 0.04) was formed by sputtering an AJ2Q3 target in argon gas. After overwriting 
10,000 times, the jitters were measured and found to be 3.00 ns (8.8% of window width), being practically sufficiently 
small. The signal amplitude showed little change compared with the signal amplitude measured after overwriting 10 
times, and bursting was not observed either. The optical recording medium was recorded once and the byte error rate 

so at that time was measured and found to be 6.0 x 10" 6 . The recorded optical recording medium was allowed to stand at 
80°C and 80% relative humidrty for 70 hours. Then, the byte error rate of the same portion was measured and found to 
be 3.0 x 10" 4 , though some bursting was observed. 

(Example 46) 

55 

[0174] A polycarbonate substrate having a guide groove with a thickness of 0.6 mm, diameter of 12 cm and pitch 
of 1.48 nm (land width 0.74 nm and groove width 0.74 urn) was rotated at 30 rpm for sputtering as follows. At first, a 
vacuum chamber was evacuated to 1 x 10 3 Pa, and ZnS containing 20 mor% of SK^ was sputtered in2x 10 1 Pa Ar 
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gas atmosphere, to form a 93 ran thick first dielectric layer on the substrate. Then, an Al target was sputtered in a mixed 
gas consisting of 11.1% of oxygen and 88.9% of argon, to form a 2 nm thick f irst boundary layer composed of A^O^ 
(x= 1 .72). In succession, an alloy target consisting of Ge, Sb and Te was sputtered to form a 1 9 nm thick recording layer 
composed of Ge33^Sb 15 6 Te5o.5 pe., {(Geo.5 T ^.5)o.7io(^4Teo.6)o.29o}o355Sbo.o45l- Furthermore, an Al target was 

5 sputtered in a mixed gas consisting of 1 1 .1 % of oxygen and 88.9% of argon, to form a 2 nm thick second boundary layer 
composed of A^O^s ( x = 1-72). In succession, a 13 nm thick second dielectric layer was formed by sputtering the 
same ZnS- SiOg as the first delectric layer. On it Alg? 5 Cr 2 5 alloy was sputtered to form a 1 1 0 nm thick reflection layer. 
Hie obtained disc was taken out of the vacuum chamber, and spin-coated with an acrylic ultraviolet light setting resin 
(SD-101 produced by Dainippon Ink and Chemicals, Inc.) on the reflection layer, and H was hardened by irradiation with 

w ultraviolet light, to form a 3 jim thick resin layer. Then, using a screen printing machine, a slow-acting ultraviolet light 
setting resin was applied and irradiated with ultraviolet light and stuck onto another disc produced similarly, to obtain 
an optical recording medium of the present invention. 

[0175] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 1 .9 x 1 0" 5 . The recorded optical recording medium was allowed to staid at 80°C for 1 00 hours in the air not 
15 adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
2.7 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed that 
the byte error rate showed no practical problem, being 1 .0 x 1 0* 4 . The jitters in this case were as good as 3.3 ns (9.7% 
of window width). 

20 (Example 47) 

[0176] A 6-Jayer optical recording medium was produced as described for Example 46, except that the recording 
layer was composed of G^.iSb^Teso.e p.a, {(G^ 5 Teo.5)o.706(^^ 

[0177] The optical recording medium was recorded once and the byte error rate at that time was measured and 
25 found to be 7.8 x 10" 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
1 .00 x 1 0" 4 , showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed that 
the byte error rate showed no practical problem, being 1 .7 x 10" 4 . The jitters in this case were as good as 3.3 ns (9.7% 
of window width). 

30 

(Example 48) 

[0178] A 6-layer optical recording medium was produced as described for Example 46, except that the recording 
layer was composed of Ge^Sb^oTegcs P*. {(G^. 5 Teo.5)o.747(Sbo.4Teo.6)o^o.968S^.o32l- 

35 [0179] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 1 .7 x 1 0" 4 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidrfication, etc. Then, the byte error rate of the same portion was measured and confirmed 
to be 3.1 x 10" 4 , showing no practical problem. Furthermore, the same portion was overwritten once, and it was con- 
firmed that the byte error rate showed no practical problem, being 4.14 x 10" 4 . The ptters in this case were 3.8 ns (11. 2% 

40 of window width). 

(Example 49) 

[0180] A 6-layer optical recording medium was produced as described for Example 46, except that the recording 
45 layer was composed of Ge& .6*10.2^5 P-*. {(Geo .sTeo sJo si^Sbo^Teo eJo iazlo sesSbD oail- 

[0181] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 1 .5 x 10~ 3 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and confined to 
be 1 .8 x 1 or 3 . Furthermore, the same portion was overwritten once, and the byte error rate was 1 .3 x 1 0" 3 , showing that 
so the error rate was not worsened after overwriting. The jitters in this case were 4.4 ns (12.9% of window width). 

(Example 50) 

[0182] A 6-layer optical recording medium was produced as described for Example 46, except that the recording 
55 layer was composed of Ge^ oSb^.oTesa.o P-*, {(Geo. 5 Teo.5)o.555(^ 

[0183] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.5 x10" 5 . The recorded optical recorcfing medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidification, etc. Then, the byte error rate of the same portion was measured and found to be 
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4.1 x 10 4 , shewing some rise. Furthermore, the same portion was overwritten once, and the byte error rate was 6.5 x 
10" 5 , showing that the error rate was not worsened after overwriting. The jitters in this case were 3.1 ns (9.1% of window 
width). 

s (Comparative Example 15) 

[0184] A 6-tayer optical recording medium was produced as described for Example 46, except that the recording 
layer was composed of Ge2Sb2Te 5 [i.e., (Qeo.5Teo.5)o.444(Sbo.4 Te o.6)o.556l- 

[0185] The optical recording mecfium was recorded once and the byte error rate at that time was measured and 
10 found to be 2.7 x 10 5 The recorded optica) recording mecfium was allowed to stand at 90°C and 80% relative humidity 
for 1 40 hours. Then, the byte error rate of the same portion was attempted to be measured, but could not be measured 
because of deterioration. The reproduced waveform was observed, and it was found that the amplitude greatly 
decreased, ft was estimated that the amorphous portion was partially crystallized. 

[0186] Furthermore, even when the recording layer was composed of Ge 1 Sb 2 Te 4 fi.a, 
15 (Geo 5 Teo 5) 0 286(Sbo.4 TG o 5)0.714]. the optical recording medium which was allowed to stand at 90°C and 80% relative 
humidity for 1 40 hours was greatly deteriorated in byte error rate from 5.3 x 1 0" 3 to a state not allowing measurement 
to show that the archival property was insufficient. 

(Comparative Example 16) 

20 

[0187] A 6-layer optical recording medium was produced as described for Example 46, except that the recording 
layer was composed of Geo. 5 Teo.5 P-*. K^sTeosk <x>(^.4Teo.6)o.oo}i. ooSbo ool* 

[0188] The optical recording medium was recorded once, and the byte error rate was attempted to be measured 
but could not be measured. The reason was that the jitters were as high as 20%. 

25 

(Example 51) 

[0189] A polycarbonate substrate having a spiral groove with a thickness of 0.6 mm, diameter of 1 2 cm and pitch of 
1 .48 iim (land width 0.74 jim and groove width 0.74 urn) was rotated at 30 rpm for sputtering. At first, a vacuum cham- 

30 ber was evacuated to 1 x 1 0" 3 Pa, and ZnS containing 20 mor% of Si02 was sputtered in 2 x 1 0 1 Pa Ar gas atmosphere, 
to form a 92 nm thick first dielectric layer on the substrata Then, a carbon target was sputtered in nitrogen gas, to form 
a 2 nm thick first boundary layer composed of carbon and nitrogen. In succession, an alloy target composed of Ge, Sb 
and Te was sputtered, to form a 19 nm thick recording layer composed of Nb 0 4 Ge 1 7 0 Sb 27 gTe^y. Furthermore, a 16 
nm thick second dielectric layer was formed by sputtering the same ZnS- S1O2 as the first dielectric layer. On it, Al-Hf- 

35 Pd alloy was sputtered to form a 120 nm thick reflection layer, for obtaining an optical recording medium of the present 
invention. 

[0190] After overwriting 100,000 times, the jitters were measured and found to be 3.06 ns. being practically suffi- 
ciently as small as 9% of window width. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording mecfium was recorded once 
40 and the byte error rate at that time was measured and found to be 2.5 x 1 0r 5 . The recorded optical record ng mecfium 
was allowed to stand in dry condition and at 80°C for 100 hours. Then, the byte error rate of the same portion was 
measured and found to be 3.0 x 10 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 4.1 x 10" 5 , showing little change. The jitters in this case were as good as 3.39 ns 
corresponding to 10% of window width. 

45 

(Example 52) 

[0191] An optical recording medium was produced as described for Example 51 , except that Al-Cr alloy was used 
instead of Al-Hf-Pd alloy. The recording properties were same as descrtoed in Example 51 . 

50 

(Example 53) 

[0192] An optical recording medium was produced as described for Example 51, except that the recording layer 
was composed of Ge 1 7. 1 Sb 28 oTe 5 4^ [i.e., {(Geo.5Teo.5)o.35i(^.4 T ^.6)o.649}os68^.032l- ™ e recording properties 
55 were almost same as described in Example 51 . 
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(Example 54) 

[01 93] An optical record ng medium was produced as described for Example 51 . except that a carbon target was 
sputtered in a mixed gas consisting of 90% of argon and 10% of oxygen instead of nitrogen gas, to form a f irst boundary 
layer composed of carbon and oxygen. After overwriting 100,000 times, the jitters were measured and found to be 3.05 
ns (9% of window width), being practically sufficiently small. The signal amplitude showed little change compared with 
the signal amplitude measured after overwriting 10 times, and bursting was not observed. The optical recording 
medium was recorded once and the byte error rate at thattime was measured and found to be 1.0x10^. The recorded 
optical recording medium was allowed to stand at 80°C and 80% relative humidity for 1 00 hours. Then, the byte error 
rate of the same portion was measured and found to be 1 .0 x 10~ 5 , showing little change. Furthermore, the same portion 
was overwritten once, and the byte error rate was found to be 1.2 x 10" 5 . showing little change. The jitters in this case 
were as good as 3.41 ns (10% of window width). 

(Example 55) 

[0194] An optical record ng medium was produced as described for Example 51, except that a carbon target was 
sputtered in a mixed gas consisting of 80% of Ar f 10% of nitrogen and 10% of oxygen instead of nitrogen gas, to form 
a first boundary layer consisting of carbon, nitrogen and oxygen. 

[0195] After overwriting 100,000 times, the jitters were measured and found to be 3.23 ns (9.5% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 2.0 x 10 s . The recorded optical recording medium 
was allowed to stand at 80°C and 80% relative humkfity for 100 hours. Then, the byte error rate of the same portion was 
measured and found to be 2.0 x 10 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 2.1 x 10~ 5 . showing little change. The jitters in this case were as good as 3.33 ns 
(9.8% of window width). 

(Example 56) 

[0196] A polycarbonate substrate having a spiral groove with a thickness of 0.6 mm, diameter of 12 cm and pitch of 
1 .48 jim (land width 0.74 urn and groove width 0.74 jim) was rotated at 30 rpm for sputtering. At first, a vacuum cham- 
ber was evacuated to 1 x 1 0" 3 Pa, and ZnS containing 20 mol% of Si0 2 was sputtered in 2 x 10 1 Pa Argas atmosphere, 
to form a 92 nm thick first dielectric layer on the substrate. Then, a carbon target was sputtered in nitrogen gas, to form 
a 2 nm thick first boundary layer composed of carbon and nitrogen. In succession, an alloy target consisting of Ge, Sb 
and Te was sputtered, to form a 19 nm thick recording layer composed of Nbo^Ge^yoSb^^TeMy p.a. 
{(Geo 5 Teo 5)0^(^.4^ Again a carbon target was sputtered in nitrogen gas, to form a 

2 nm thick second boundary layer consisting of carbon and nitrogen. Furthermore, a 1 4 nm thick second dielectric layer 
was formed by sputtering the same ZnS- SKD 2 as the first dielectric layer. On it, Al-Cr alloy was sputtered to form a 120 
nm thick reflection layer, for obtaining an optical recording medium of the present invention. 

[0197] After overwriting 100,000 times, the jitters were measured and found to be 3.07 ns (9% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. 

[0198] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.4 x 10 5 The recorded optical recording medium was allowed to stand at 80°C and 80% relative humidity 
for 100 hours. Then, the byte error rate of the same portion was measured and found to be 2.9 x 10~ 5 , showing little 
change. Furthermore, the same portion was overwritten once, and the byte error rate was found to be 3.9 x 1 0" 5 , show- 
ing little change. The jitters in this case were as good as 3.37 ns corresponrJGng to 9.9% of window width. 
[0199] When a layer composed of carbon and oxygen or a layer composed of carbon, nitrogen and oxygen was 
used as the first boundary layer, the record ng properties were almost the same. 

(Example 57) 

[0200] An optical recording mecfium was obtained as described for Example 51. except that a carbon target was 
sputtered in a mixed gas consisting of 90% of argon and 10% of oxygen instead of nitrogen gas, to form a second 
boundary layer composed of carbon and oxygen. Measurement was effected as descrtoed for Example 51 . 
[0201 ] After overwriting 1 00,000 times, the jitters were measured and found to be 3.07 ns, being, practically suffi- 
ciently as small as 9% of window width. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
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and the byte error rate at that time was measured and found to be 2.6 x 10" 5 . The recorded optical record ng medium 
was allowed to stand at 80°C and 80% relative hurrwfity for 1 00 hours. Then, the byte error rate of the same portion was 
measured and found to be 2.8 x 1 0 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 3.8 x 10* 5 , showing little change. The jitters in this case were as good as 3.37 rts 
5 (9.9% of window width). 

[0202] When a layer consisting of carbon and oxygen or a layer consisting of carbon, nitrogen and oxygen was used 
as the first boundary layer, the recording properties were almost the same. 

(Example 58) 

10 

[0203] An optical recording medium was obtained as described for Example 51, except that a carbon target was 
sputtered in a mixed gas consisting of 80% of argon, 10% of nitrogen and 10% of oxygen instead of nitrogen gas, to 
form a second boundary layer composed of carbon, nitrogen and oxygen. Measurement was effected as described for 
Example 51 . After overwriting 1 00,000 times, the jitters were measured and found to be 3.06 ns (9% of window width), 
is being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. 

[0204] The optical recording mecfium was recorded once and the byte error rate at that time was measured and 
found to be 2.3 x 10 5 . The recorded optical recording medum was allowed to stand at 80°C and 80% relative humidity 
for 100 hours. Then, the byte error rate of the same portion was measured and found to be 2.4 x 10" 5 , showing little 
20 change. Furthermore, the same portion was overwritten once, and the byte error rate was found to be 3.3 x 1 0" 5 , show- 
ing little change. The jitters in this case were as good as 3.33 ns corresponding to 9.8% of window width. 
[0205] When a layer composed of carbon and oxygen or a layer composed of carbon, nitrogen and oxygen was 
used as the first boundary layer, the record ng properties were almost the same 

25 (Example 59) 

[0206] An optical recording medium was obtained as described for Example 51, except that a carbon target was 
sputtered in argon gas instead of nitrogen gas, to form a second boundary layer composed of carbon. Measurement 
was effected as described for Example 51 . 

30 [0207] After overwriting 100,000 times, the jitters were measured and found to be 3.06 ns (9% of window width), 
being practically sufficiently small. The signal amplitude showed little change compared with the signal amplitude 
measured after overwriting 10 times, and bursting was not observed. The optical recording medium was recorded once 
and the byte error rate at that time was measured and found to be 2.1 x 10~ 5 . The recorded optical recording medium 
was allowed to stand at 80°C and 80% relative humidity for 1 00 hours. Then, the byte error rate of the same portion was 

35 measured and found to be 22 x 1 0~ 5 , showing little change. Furthermore, the same portion was overwritten once, and 
the byte error rate was found to be 3.0 x 10~ 5 , showing little change. The jitters in this case were as good as 3.16 ns 
(9.3% of window width). 

[0208] When a layer composed off carbon and oxygen or a layer composed of carbon, nitrogen and oxygen was 
used as the first boundary layer, the recording properties were almost the same. 

40 

(Comparative Example 17) 

[0209] An optical recording medium was produced as described for Example 51 , except that the first boundary layer 
was not formed. Measurement was effected as described for Example 51. After overwriting 100,000 times, the jitters 
45 were as large as 4.76 nm (1 4%), and the signal amplitude was 70% of the signal amplitude measured after overwriting 
10 times, to show a lower contrast 

[0210] The error rate after recording once was 4.0 x 10* 5 . The optical recording medium was allowed to stand at 
80°C and 80% relative humidity for 1 00 hours as described for Example 51 . Then, the byte error rate of the same por- 
tion was measured and found to be 3.0 x 1 0" 5 , showing little change- However, when the same portion was overwritten 
so once, it was found to be so deteriorated as not to allow measurement of byte error rate. The cause of the deterioration 
was that the jitters were as high as about 6.13 ns (18% of window width). 

(Comparative Example 18) 

55 [021 1 ] An optical record ng medium was obtained as described for Example 51 , except that the first boundary layer 
was not formed, and that a carbon target was sputtered at a pressure of 0.2 Pa in a mixed gas consisting of 95% of 
argon and 5% of oxygen, to form an 18 nm thick second dielectric layer composed of carbon and oxygen. Measurement 
was effected as described for Example 51 . After overwriting 20,000 times, the signal amplitude was 80% of the signal 
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amplitude measured after overwriting 10 times, to show a lower contrast The optical recording medium was allowed to 
stand at 80°C and 80% relative humidity for 100 hours, and it was observed that interiayer separation occurred in the 
optical reconfng medium. 

5 (Example 60) 

[0212] A 6-layer optical recording medium was produced as described tor Example 56, except that the recording 
layer was composed of Ge^Sb^ ^Te^s p.e.. {(C3eo. 5 Teo.5)o.7io(^.4Teo.6)o29o}os55S^.045l« 
[0213] The optical recording medium was recorded once and the byte error rate at that time was measured and 
w found to be 2.8 x 1 0' 5 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
4.5 x 10" 5 , showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed that 
the byte error rate showed no practical problem, bang 1 .8 x 1 0~*. The jitters in this case were as good as 3.5 ns (1 0.3% 
of window width). 

75 

(Example 61) 

[0214] A 6-layer optical recording medium was produced as descrfred for Example 56, except that the recording 
layer was composed of Ge^Sb^Tesae p a. {(Geo sTeo sJojistSbo^Teo do^arfo sssSbo o^- 
[0215] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.8 x 1 0~ 5 . The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidif ication , etc. Then, the byte error rate of the same portion was measured and found to be 
1.2 x 10" 4 , showing little change. Furthermore, the same portion was overwritten once, and it could be confirmed that 
the byte error rate showed no practical problem, being 4.2 x 10~ 4 . The jitters in this case were as good as 3.6 ns (10.6% 
of window width). 

(Example 62) 

[0216] A 6-layer optical recording medium was produced as described for Example 56, except that the recording 
layer was composed of Ge^^^Tes)* P e., {(Geo. 5 Teo.5to.747<Sb^ 

[0217] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 2.5 x 1 0" 4 . The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 

adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be * 

3.2 x 10A showing no practical problem. Furthermore, the same portion was overwritten once, and it could be con- 
finned that the byte error rate showed no practical problem, being 4.4 x 10" 4 . The jitters in this case were as good as 
3.9 ns (1 1 .5% of window width). 

(Example 63) 

40 [0218] A 6-layer optical recording medium was produced as described for Example 56, except that the recording 

layer was composed of Ge 39 6 Sb 1 o.2 T e5o^ P-©-. {(Geo.5 T eo.5)o.8i8(Sbo.4Teo.6)o.i82}o.969SbD.o3i]- 
[0219] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 1.7 x 10~°. The recorded optical recording medium was allowed to stand at 80°C for 100 hours in the air not 
adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 
45 2.0 x 1 0" 3 , showing little change. Furthermore, the same portion was overwritten once, and the byte error rate was 2.0 
x 10" 3 . showing that the error rate was not worsened after overwriting. The jitters in this case were 4.4 ns (1 2.9% of win- 
dow width). 

(Example 64) 

50 

[0220] A 6-layer optical recording medium was produced as described for Example 56, except that the recording 
layer was composed of Ge 27 oSb 2 o.o Te 53.o pe.» {(Geo 5Teo.5)o.555(Sbo.4 T eo.6)o.445}o .srcStto jot!- 
[0221] The optical recording medium was recorded once and the byte error rate at that time was measured and 
found to be 3.7 x 1 0 5 The recorded optical recording medium was allowed to stand at 80°C for 1 00 hours in the air not 
55 adjusted in humidity by humidif ication, etc. Then, the byte error rate of the same portion was measured and found to be 

4.3 x 10" 4 , showing some rise. Furthermore, the same portion was overwritten once, and the byte error rate was 7.1 x 
10" 5 . showing that the error rate was no worsened after overwriting. The jitters in this case were 3.1 ns(9.1%of window 
width). 
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(Comparative Example 19) 

[0222] A 6-layer optical recording medium was obtained as described for Example 56. except that the recording 
layer was composed of Ge^Tes p.e. t (Qeo sTe^ sJo ^tSbo^Teo efe ssd- 

5 [0223] The optical recortfing medium was recorded once, and the byte error rate at that time was measured and 
found to be 3.1 x 10~ 5 . The recorded optical recording mecOum was allowed to stand at 90°C and 80% relative humidity 
for 140 hours. Then, the byte error rate of the same portion was measured, but because of deterioration, the byte error 
rate could not be measured. Trie reproduced wavelength was observed, and it was found that the amplitude greatly 
decreased. It was estimated that the amorphous portion was partially crystallized. 

10 [0224] Even when the recording layer was composed of Ge 1 Sb 2 Te 4 [i.e.. (Geo.5 T eo.5)o.287(Sbo.4 Te o.6)o.7i4]. ^ e 
optical recording medium which was allowed to stand at 90°C and 80% relative humidity for 140 hours was greatly dete- 
riorated in byte error rate from 5.9 x 10 3 to a state not allowing measurement to show that the archival property was 
insufficient 

is (Comparative Example 20) 

[0225] A 6-layer optical recording medium was produced as described for Example 56. except that the recording 
layer was composed of Geo 5 Teo. 5 P*. {(Gteo.5 T eo ^i.(»(^.4Tao.6)o.oo}i ooS^o.ool- 

[0226] The optical recording medium was recorded once, and the byte error rate at that time was attempted to be 
20 measured, but could not be measured. The reason was that the jitters were as high as 20%. 

Industrial Applicability 

[0227] The optical recording medium of the present invention can provide the following effects; 

25 

(1) Even *rf overwriting is repeated, jitters increase, contrast decline, bursting, etc. occur less. 

(2) Even if the optical recording mecfium is allowed to stand for a long time after recording, good overwritabifity can 
be maintained. 

(3) Even if the optica] recording medium is allowed to stand for a long time after recording, bursting and vanishing 
30 of recorded marks do not occur. 

[0228] The optical recording medium of the present invention is less deteriorated by repeated overwriting, and can 
be suitably used as a rewritable phase change type optical recording medium excellent in storage durability. 
[0229] The term "elements belonging to group 3A through group 6B" as used herein is based on a Japanese nota- 
35 tional system for the periodic table (see below). Group 3A of the notational system used herein is represented by Group 
3 in the new IUPAC notational system, by group III A in the previous IUPAC form and by group IIIB in the CAS notational 
system. Similarly, group 6B as used herein is represented by group 1 6 in the new IUPAC notational system, by group 
VIB in the previous IUPAC form and by group VIA in the CAS notational system. 

[0230] Thus, "group 3A through group 6B" as used herein is represented by group 3 to group 16 inclusive in the 
40 new IUPAC notational system, by group MIA to group VIB inclusive in the previous IUPAC notational system and by 
group 1 1 IB to group V IA inclusive in the CAS notational system. 

[0231] In other words it consists of element numbers 5-8. 13-16, 21-34, 39-52 and 57-84. 
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Claims 

1 . An optical recording medium, which comprises at least a first dielectric layer, a first boundary layer in contact with 
a recording layer, and the recording layer laminated in this order on a substrate, wherein information can be 
recorded, erased and reproduced by irradiating the recording layer with light, and the recording and erasure of 
information are effected by reversible phase change between the amorphous phase and the crystalline phase of 
the recording layer, and 

said first boundary layer is mainly composed of at least one selected from 

(1) oxides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, 

(2) carbides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd to the 6th 
period in the periodic table, 

(3) nitrides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, and 

(4) carbon or compounds with carbon and oxygen and/or nitrogen, and said recording layer comprises the 
composition represented by the following formula (I): 

{(C^.5Teo.5)x(Sb 0 .4Teo.6)i- 3 Ji.y.zSbyA K (I) 

(where A represents one selected from the elements belonging to group 3A through group 6B of the 2nd period 
through the 6th period in the periodic table, excluding Ge, Sb and Te, and x, y and z satisfy the following rela- 
tions: 

0.2 ^ x ^ 0.8. 0.01 * y 0.08, z = 0, or 
02* 0.8, 0 * y * 0.08, 0 < z ^ 0.2) 

2. An optical recording medium, which comprises at least a first dielectric layer, a first boundary layer in contact with 
a recording layer, the recording layer, and a second boundary layer in contact with the recording layer, laminated in 
this order on a substrate, 

wherein information can be recorded, erased and reproduced by irradiating the recording layer with light and the 
recorcfing and erasure of information are effected by reversible phase change between the amorphous phase and 
the crystalline phase of the recording layer, and 

said first boundary layer and said second boundary layer are mainly composed of at least one selected from 

(1) oxides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, 

(2) carbides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd to the 6th 
period in the periodic table, 

(3) nitrides of elements (excluding carbon) belonging to group 3A through group 6B of the 2nd period through 
the 6th period in the periodic table, and 

(4) carbon or compounds with carbon and oxygen and/or nitrogen, and said recording layer comprises the 
composition represented by the following formula (I): 

{(Geo.sTeo.sWSbo^Teo.sJ^Jv^SbyA^ (I) 

(where A represents one selected from the elements belonging to group 3A through group 6B of the 2nd period 
through the 6th period in the periodic table, excluding Ge, Sb and Te, and x, y and z satisfy the following rela- 
tions: 

0.2 * x * 0.% 0.01 ^ y < 0.08, z = 0. or 
02 £ x 3 0.95. 0 S y S 0.08, 0 < z * 02) 

3. An optical recording medium, according to claim 1 or 2, wherein the elements belonging to group 3A through group 
6B of the 2nd period through the 6th period in the periodic table are elements selected from aluminum, silicon, tita- 
nium, chromium, germanium and zirconium. 
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4. An optical recording medium, according to claim 3, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of any one selected from carbon, aluminum oxide, silicon carbide, titanium nitride, chro- 
mium nitride and germanium nrtrida 

5. An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of carbon. 

6. An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of aluminum oxide which is represented by 

AljAi-p (III) 

(0<p*2.0). 

7. An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of silicon carbide which is represented by 

SiC q (IV) 

(0.3<q<1) 

& An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of titanium nitride which is represented by 

TIN, (V) 

(0.5<r<1) 

9. An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of chromium nitride which is represented by 

CrN, (VI) 

(0.8<s<1) 

10. An optical recording medium, according to claim 4, wherein the first boundary layer and/or the second boundary 
layer is mainly composed of germanium nitride which is represented by 

GeN t (VII) 

(0.2<t<1) 

11. An optical recording mecfium, according to claim 1 or 2, wherein the oxygen content carbon content or nitrogen 
content in the oxides, carbides or nitrides of elements (excluting carbon) belonging to group 3A through group 6B 
of the 2nd period through the 6th period in the periodic table is less than the stoichiometric ratio. 

12. An optical recording medium, according to claim 1 or 2, wherein the composition of the first boundary layer and/or 
the second boundary layer is not uniform, and the concentration of elements (excluding carbon) belonging to group 
3A through group 6B of the 2nd period through the 6th period in the periocfic table is higher at a position near to the 
record ng layer. 

13. An optical recording medium, according to claim 1 or 2, wherein the thickness of the first boundary layer is 0.5 to 
10 nm. 

14. An optical recording medium, according to claim 1 or 2, wherein the first boundary layer is mainly composed of car- 
bon and its thickness is 0.5 nm to 4 nm. 

15. An optical recording medium, according to claim 2, wherein the thickness of the second boundary layer is 0.5 to 40 
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nm. 

16. An optical recording medium, according to claim 2, wherein the second boundary layer is mainly composed of car- 
bon, and its thickness is 0.5 nm to 4 nm. 

5 

17. An optical recording medium, according to claim 1 or 2, wherein the first dielectric layer contains at least ZnS and 

Sr0 2 . 

18. An optical record ng medium, according to claim 1 or 2, which is further provided wfth a reflection layer. 

w 

19. An optical recording medium, accord ng to claim 1 or 2, which is used for mark lengths recording at the shortest 
mark length of 0.7 jim or less and at a linear speed of 5 m/s or more. 
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